A profitable boke 


declaring dyuers approoued re - 
medies, to take out ſpottes and ſtaines, in Silkes, 


Ueluets, Linnnen and Woellen 
clothes. 


With diuers ci lours how to die Vel- 


vets and Silkes, Linnen and Woollen, Fuſtian 
and T breade, 


Allo to dꝛeſſe Leather, and to co⸗ 
lour Felles. How to Gylde, Graue, Sowder, and Ver- 
niſhe. And to harden and make ſolte 
Vron and Steele, 


Uery neceſſarie fo all men, ſpeciallye foꝛ thoſe 
Which hath or ſhall haus any doinges therein ; with 
a perfite table herevnto, tofynde all 
thinges readye, not ho like reuealde 
| * hereto- 
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To make Cloth whiche hath loſt 


his colour, to returne vnto his firſt eſtate agayne. 


AKE OF VNQVEN- 
cher lyme two ounces, of Dake 
„aſhes two ounces, ofcleare was 
ter two pound. Then meddle thẽ 
well all together, and ſo let them 
reſt one quarter of an houre, and 
then doe clarifie that water, and 
F(t therewith waſh pour cloth, and it 
ill returue vnto his firlt colour, 
and ware fapze agapne as befoze. 


To waſh a ſcarlet which is greaſie. 


Take of whyte tarter wel and finely beaten, loure oun 
tes: then boyle it in two pound of fayze water, till che 
thꝛꝛde part be conſumted: then take it from the fp2e, and 
let it coole, and then irapne it thzough a th, and 
when pe will vle cherepf,make it then milke warme, and 
wath therewith your cloth. Then hang it to vzpe, and you 
' ſhall ſee it fapze,and returne to his firſt eſtate and colour 
agapne. 


To make all colours of ſiltes which be ſtaynde, to come 


to their firſt colour againe, 


Fp1lrake one auuce of vnquenched lyme, and ol che as 
— — yon aſhes of an Dake one olle 
and a halle: p ut all theſe into a baſen ofcleare water aud 
meddle chem au well togichet 4 then heate them alitcles- 

LL di. 
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ner the fyze, and when it is warme, take it of che fyze, and 
let it clariſie a while, ſo done, then take a ſponge and 
waſh pour ſtaynie ſpattes therewith, and ſee that pe weat 
no other place, but the ſpotty places only,and ſo they wil 
be well agapne. 


J To make a ſope to take forth greace or other ſpoties 
whatſoeuer they be. | 


Tanke one pound of roche Allum burnd and made into 
a fyne poulder. Alſo take of the rootes cald flames of lo- 
rence (ſo calde in Dutche) halte a pound: then beate it in 
to a pouder. Then take anew layde egge, #of white ſope 
two pound and a halfe, then blend pour pouder, and your 
egge and ſope altogether well. and thereof make pellots 


02 bals, and if one egge be not ſufficient, then tale ii. oz ſo 


much as ſhall ſuffice ta make pour ſapd paſte withal, and 
when ye ſhall haue occaſion to take fozth anye ſpotte, take 
ſtrſt of commen water and waſh your ſpots on both ſides 
withal warme, then take ofthe (ayd pellots, and rubbe al 
oner the ſpattes in the cloth, ſo done: then waſhe out the 
filth with fayze cleare water, and if there remayne ſome. 
part and be nat all cleane, waſh it agayne as afoze is mE- 


tioned, till it be all cleane, and be haue it as fayze 


as befq2e. 


Another good way to take forth ſpots of greace out 
of any woollen orlinnen, 


Take firft a little fayze water, all to weate and rubbe 
IEA greace ſpottes.Then take a mo 
walkars claye, called Fullars earth, and rubbe a little 


5 alone Then rubbe W 


Fel. 


pour etath aue vpyan anather,fo dane, take a ſpluer ſpone 
oz ſuch like thing, and fcrape out the ſayde ilthie water 
aud greace, and ik then it bee not all cleane koozth, 
doe ſo agayne as befoze is mentioned, and then take a 
little warme water, and all to weate the ſayde place ther⸗ 
with, ſo done, Then wing and ſcraye it looꝛth as the 
other afoze. Being then cleane, let it be dꝛyde and it will 
be well. | 


To take away all ſpotteson coulered Clothes, 
be they linnen or woollen 


If there chaunce by foꝛtune, to fall a dzoppe of pnke,oz 
any other ſtayne, vppon any eloth dyed oz coloured, oz be; 
ing cleane whyte, woollen oz linnen.Ye ſhall doe as here⸗ 
after followeth, that ta: take al the iuyce of rawe Lem⸗ 
mons, oꝛ the iupceof a great Dzange Apple, which hath a 
hard pill oz ſkiune, which the Italions call Pormes Da- 
dam Oz if ye will take-onlyethe egar 02 ſharpe ſupce 
which is tu the pouncitron, and ſtrayne it foozth thereof, 
and with the iuyte pee ſhalt all to rubbe and chaule the 
ſayde ſpottpe places, and then waſh it with luke warme 
water, and ſu then ſcrape out all the filth thereof, with 
ſome as afozeſayde,o2 wing it cleane foozth with 
pour handes . Il at the firſke time peradnenture it bee 
not cleane , vſe it likewiſe agayne the ſeconde tyme, as 
befoze, and ſo pour cloth-will come vnto as good eſtate 
as at the fyꝛſte, noz this ſhall not hurte anye coloure 
thereof, | 

Another good way to make cleane ſpottes of greace, 
por woollen + = * Ins 


Take an hearbe called wood ſozrel,02 fubwozt,which is 
green, groweth in woods, in 1 4 ou of old trees. 
* and 


Fol.4. 
and hath thꝛee ſmall leaues Tpke a hart, it taffeth harpe 
tyke other ſozrell. Which bearbe pe ſhall diſtill in a lym · 
bec, and ſo reſerue the diſtild water in a glaſſe very cloſe, 
and when pou neede to take foo2th any ſpotte of greace, 
then take of the diſtylde water, andrubbe therewith all 
ouer the (apy ſpottes. Then chafe pour cloth one vppon 
another: ſo done, take a ſpoone,o2 ſome other lyke thing. 
and take away the ſapd filthie water therewith. Then if 
it be not all cleane, doe it likewiſs agapne as befoze,with 
the diſtilde water warmed , and then pee ſhall ſce it will 
= well, and ſhewe fayze andcleare as it was at the 
rſte. 
Another good way to take out ſpottes out of 
clothes with a lye. 


Tate thiee pintes of water , and put therein halle a 
pounde ol pot aches, and ſtirre it well altogether. Let ic 
fo ſtande the ſpace of ſoure dayes, hut pee mull in euerye 
dape ſtitre it ihꝛee op foure times. Ao done, poure foozth 
the clear? water from the alhes, and put of galles ther in, 
then it will ware a greene: but il xe wil baue it a blacke, 
then put a little ſdote to ſoke in fayze water, and put that 
black water therein. With this warmed, ye mayt waſhe 
vour ſpott ie places in anp place of your clothes, pit will 
an 


2 85 T6 perfitineicliwhes; 5 


Take a violl of Roſe- water, in the which ye wall pur 
eyghteene oz twentie grapnes of Muſke, and Ciuet, with 
a little ol Ambergreace, their et all on the fyze, and wh? 
it begins to ware warme, tale it frond the lyze, and let it 
coole,and ſtoppe it cloſe the ſpace of two dayes, and when 
ye will perfume pdur clothes rherewith.. Det it on the 
ſyje eye, and being warme, holde pour clothes 


— 


tient 


Fel. . 
it, and ſo it ſhal receiue the fume, 


To take out ſpottes out of g0wnes and 
clothes. 


Take the rootes of Limoniõ, cald in Latine, in Engliſh 
I take it to be the wild Bete. Take the rootes, and ſeeth 
them in water, and with the ſame water, waſh the ſpotty 
— in your gownes02 other garments, and it will be 
ane. 


To makea lope to take out ſpottes of oyle : 
end of greacc. 


Take ine diiartive: any mire ic finely with 
the ſpfted aſhes ol a vyne, ok eche in like poztion, thẽ put 
therevnto a quantitie of the powder of burnt allum, and 
alſo ol the lies of wpne; beaten into a fine pouder, and put 
it —— mixe andincozpozace all theſe well tos 

then make thereofſquare bzickes, 0z round bals, . - 

pee ſhall haus nee de to accupye thereof ., then 

9 — chafe all ouer your 

witch es, and then rubbe thereon with pour ſope 

—— then muſt pe tate pour 
— 


Avery good waytotakeour ſp, sofoyle 
reaches 258 2 


tal take oftheople of 


—_— rubbe ther · 
age pn, then ——— — 
Warer,and — 
" 


woe 
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chus doe often, and euer as pon haue wet it let 
dꝛie in the ſunne. and at che N 


oft,andvakeout be iure am purcheresſon ihe th 
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wing it foozth,and ſee ik all che ſpots be cleane out, ik 
not, waſh it agapne, ſa long as you did befoze, and ſo the 
cloth ſhal be as fayʒe as it was when it was new, oz be- 
foze any ſpots tame on it. There is alſo another way, foz 
to take fozth ſpots with this cple of Tart ar, but becauſe 
K | 2 the true knowledge thereol, A wil not here er · 


A ſope water to take ou all ſpors. "PS 


Alſo, ſome doe vle to take the water wherein ffraws« 
betries had bene ſodde, and with that water pe ſþal wete 
and ſoke the ſpottye places, then take fayze water, and 
walhe out all the filth thereof,ſs done: take and hang 
it in the ſanne to dꝛye, and it will be ſo cleane as beloze 
ie was. | UTE £50) | 

A way to take out yron moles, out of; all 
linnen clo tb. 


Take and wzing forth o much ofthe inice of.the ſows 
reſt Dzange,oz Limon that ve can get, then the 


ſame iuyce, and rubbe the place of the y} 1 77 55757 
ſo let it day, ann euer as it in it ou 117 


” 
and 
717 


all fozth and cleane. 


A way to take out ſpottes in ſcarlet or veluet, of what co - 
lour or ſort ſocuer itbee, not chaunging 


the colours. 
40 n: . 3,369; 170 $1co 3037 KA. (Ait 
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then 
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then let it ſoreſt the ſpace of one houre il it be in ſommer, 
but if it be in winter let it reſt foure houres , then waſhe 
thoſe ſpotty places with fap2e cleane water, ſo ſhall it be 
cleane to ſeeme too, but put once agayne the ſayde iuyce 
thereon. Alſo if the ſcarlet be not dyde inthe cleare grain 
then ye may put therevnto halfe of black ſope , with ſo 
much of the ſayd iuyce, ſo mingle it together, and then 
frote it thereon, then let it be waſhts in luke warme wa- 
ter, and then ye ſhall ſee the ſpots cleane fozth . Fo this 
way is pꝛoouded by experience to be true. 


Another way to take out yron moles out 
of linnen. 


Make achaſer ſeeth full of water, then take your cloth 
and wet it with the iuyce of Limons, o2 ſower Ozanges, 
02 trabbes, oꝛ ſower wildinges,and then holde it harde to 
the ſide of the chafer,and euer as it dzyeth in, weat it ſtill 
agapne, till pe ſce the moll go fozth : ſoʒ all cheſe thinges 
afozeſayd are good, but the tupce of Limons and Ozen⸗ 
ges are the beſt. So euer as ye haue weate pour ſpottes 
with the ſayd iupce,hold it then hard vnto the ſyde of the 
chafer,as is afozeſayd,thus doe vntill it weare awaye,foz 
this way hath bene pꝛoued true okten. Oz take the bop⸗ 
ling tuyce of Soꝛrell, and lay it ther in, and rubbe it with 
the back of a ſpoone till it be out, 


Howto take out oylie ſpottes out of parchement 
or writing paper. 


Take a mutton bone and burne it to poulder, then let 
it be fyne beaten, then put ofthis poulder on both ſides of 
your ſpots, and let it be pꝛeſt betweene two hard booꝛdes, 
the ſpace of two dayes, then take it out, and pe ſhal lee the 


oyle to be cleane gone. be it eyther parchment op paper. 
B. Another 
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wzing it ſooꝛth, and treit all che ſpots be cleane out, ik 
not, walh it agapne, ſa long as you did befoze, and ſo the 
cloth ſhal be as fayze as it was when it was new, oz be- 
foze anp ſpots came on it. There is allo another way, foz 
to take fozth ſpots with this cple of Tart ar, but becauſe 


Li Ae ear proto TS pany 
N 17 

1; | 9613 111 30126 de E, — 50 

» "<Afoperater tog ie bel 


Alſd, ſome voe vſe to take the water been ffraws 
bcrrieshad bene ſodde, and wich that water pe wal wete 
and ſoke the ſpottye - then take fayze water, any 
walhe out all the filth tbereol, ſo done: : take and hang 
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dꝛie in the ſunnt ane ill 
all fozth and cleane. % 2h 


A 2 orycluet. gf what co- 
lour ot ſort ſocuer ib es inot chaunging 

the colours, 
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then let it ſoreſt the ſpace of one houre il it be in ſommer, 
but if it be in winter let it reſt foure houres , then waſhe 
thoſe ſpotty places with fayze cleane water, ſo ſhallic be 
cleane to ſeeme too, but put once agayne the ſayde iuyce 
thereon. Alſo if the ſcarlet be not dyde in the cleare grain 
then ye may put therevnto halfe of black ſope ,. with ſo 
much of the ſayd iuyce, ſo mingle it together, and then 
frote it thereon, then let it be waſhts in luke warme wa- 
ter, and chen ye ſhall ſee the ſpots cleane fozth . Foz this 
way is pꝛoouded by experience to be true. 


Another way to take out yron moles out 
of linnen. 


Make a chaſer ſeech full of water, then take your cloth 
and wet it with che iuyce of Limons, oꝛ ſower Ozanges, 
02 crabbes,02 ſower wildinges,and then holde it harde to 
the ſive af the chafer,and euer as it dzyeth in, weat it ſill 
agapne,till ye ſce the moll go fozth ; foz all cheſe thinges 
afozeſapd are good, but the iupce of Limons and Ozen⸗ 
ges are the beſt. So euer as pe haue weate pour ſpottes 
with the ſayd iuyce, hold it then hard vnto the ſpde of the 
chafer,as is afozeſayd,thus doe vntill it weare awaye,fo2 

Ibis way hath benepzoned true often: Oz take the hoy- 
ng iuyte of Sozrell,and.lay it ther in and rubbe it with 
the back of a ſpoone till it be out. 


How to take out oylie ſh pottes out of parchement 
or writing paper, 


Take a mutton bone and burne it to poulder, then let 
it be fyne beaten, then put ofthis poulder on both ſides of 
your ſpots, and let it be pꝛeſt betweene two hard booꝛdes, 
the ſpace of two dayes, then take it out, and pe ſhal ſee the 


oyle to be cleane gone. be. it eyther har chment op paper, - 
B. Another 
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Another way to take out ſpottes of 
paper. 


Ve ſhall take of the water willow boughes, and make 
aſhes therof oz aſhes of the buds ofthe vine, with ß huſks 
of greene beanes, ſteepe them in water a day and a night, 
then put of the ſame water on the ſpots, then pꝛelſe it; and 
let it ſo remayne fo2 a dape and a nighte, o as ve ſpall ſce 
caule,and pe ſhall ſee it will doe well. 


A very good waye to take out ſpottes 
of clothes. 


Take of the rootes ol the hearbe called Sevim, in en- 
glich bꝛome, take and burne of it, and make aſhes thereof, 
and with the aſhes make a lie, and with the ſaid lie, ye (hal 
wah pour ſpotty clothes, and in a ſhoꝛt ſpate it will take 


up all the ſpots thetol. Wlellpzooued. | 


A good way to take out fi pottes out 


of woollen, 


Cake afh? water, aud the powver sf Allum together, 


then take of the aſhes theres and lay it vpon che ſpottye 


places on the cloth, and when it ig vzte : doc ſponge it off, 
and ye ſhall ſee it cleane. 


Another agaynſt Raines in linnen 
cloth, 


| Firſte takt your cloth and rubbe it well all ouer wich 
bayt falte, then tale an Ozange and cutte it in two, and 
wing the iuyce thereon, and laye the ſayde Ozange vp⸗ 


onthe ſpottes alſo: and ſo lette it reſt an hower oz = 
"OM en 
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then lay them in a bucke and waſh them, and they wil be 
fayꝛe anv cleane. Oz clſe ye may lap theręon the iuice of 
{ozrell and ſalte, and ſo put them into the buck as is afoze 
ſayd. | 


CA way to keepe ſilke from laying: in 
the walking.” 


Take fayze water and ſeeth it, and being all ſeething 
hote, put therevnto ol ſope and let it ſo melt therein, then 
take it from the lyze, and let it coole til it be almoſt — 
and then at your pleaſure yee may walhe there with y 
clothes, and it will ſcaure well, and not ſtayne pour ike, 
and after ye haue waſht them, doe not let them Iye wear 
long together, but lay dꝛye clothes betweene, oz elſe they 
be in daunger to ſtayne: and this wan you may ſaue both 
Sylke and Golde withoute hn he of tes ca- 
lour. | 


CAnother yerye good way to okeepe Golde 
from ſtayning. 


Firſte take your Golde and annoynte it all ouer 
with good Honye, then ſette it in the Dunne, and 
lette it reſte the ſpace of halfe an houre ,. and nowe and 
then lette it bee turnde in the Sunne. Then alter 
take and walhe it in the fozeſayde ſopte water, and this 
Way it ſhall neuer chaunge noz ſtayne, but keepe colour 


long. 


* Home to bucke innen clothes, and ta 9 b 
ſcoure oute all ſpottes of 
a greace. 


Firſte yee e hallfaye al your - foule clothes to ben 
ii. 


* ſope,o2 other good ſope, and put thereof into the ſayd wa · 
ter, inſtirring 
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in colde water, then dziue them as pee doe a bucke of 
clothes , and when they are well dziuen: then ſhall yee 


take them all fozth of the bucking tubbe, then laye them 


agayne abꝛoade in the ſayd tubbe, without any lye, and e⸗ 
uer as pe lap them betwixt enery cloth: ſcrape of chalke 
thinne all ouer, thus when ye haue all lapde them: then 
put of pour lye vnto them, and ſo chaunge pour lye twile 
02 thꝛiſe after, then take and waſh them foꝛzth, and they 
with — * and eleatie without greace and very white 
witha 


6A good way tokeepe linnen fayre 20 yeares without te- 
1 * Ae er will not ware moulye a 
235 | nor rotte. | 


Fyꝛſt take your Alen in marche (fo much as vou ins 
tend to keepe vnremoued)and waſhe them, and then dꝛye 
them fayze agapne. So lape them vp in pour cheaſtes 
vntill Map next following: then ſhall ye take them oute 
and waſh them agayne, when pe haue ſo wachte them, 
looke that ye doe then d2ye them thozowly and well, and 
then folve them fayze vp, and lay them in pour cheſtes 92 
pꝛeſſe, and pee ſhall not neede fo2 co remooue them in 
9 2 _— pet they wan continue dzye and 
well. 


How to ſpon ge woollen clothes. 


Take a quart offapze water, and let it be heat luke 
warme on the fyꝛe, then take a quantitie of walkers clay 
and al to truſh it thertr; then let it ſtand vntil it be cleare, 
then poure that water into another potte, and ſet it on the 
2 agayne, till it begin to ſeethe: then take of Venice 


Evefel abou - Gentabeſe kel. 
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and all hote, ſponge oz occupye there with at pour plea⸗ 
ure, in making it alwapes warme, euer when pee will 
occupye thereok. | 


Ho to make crane colour Fuſtian to be as fayre can- 
uas as at the fitſt. 


Firſt fo2 the pꝛooſe thereof, take a peece of crane to- 
lour Fuſtian and take alſo as much ofthe iuyte of Dzens 
ges, oꝛ L imons as will weat the ſaydpeece thoꝛowe, then 
let it reſt and dzie in, and the ſayd Fuſtian wil ve as faire 
canuas as it was befoze it was coloured, thus if pee can 
get ſomuch iuyce of Dzanges oz Limons fox to ſerue 
your purpoſe, yee maye returne the colour agayne, what 
quantitie pee ſhall thin de good, fo2 this hath bene well 
pꝛoued. i 
Thinges to keepe moughths from clothes, very good 

in ſommer and other times. 


The flying moughehs will bee in the beginning ol 
June, and continue till Auguſt, but they are chieflye from 
mid July to mid Auguſt. he running moughth he will 
continue in pour cheaſts all the peare lung, winter and 
ſommer, whiche are greate ſpoylers of geare and other 
thinges. Foz the flying moughth. Take the powder made 
ofd2ye Ozange Pilles, and the powder of Elecompane 
rootes mixt together, and ſocaſt it among pour cloths, al⸗ 
ſo perfume in a chaling diſh of coles pour clothes there⸗ 
with. Thus pou may vſe quarterly, and it will ſaue the. 
D2 pe map taks the powder of Arras, wich the powder of 
Ginoper, alſo the powder of ſitrinum caſt among clothes 
ſaues them from moughths. Moꝛzme wood oz Lauendar 
ſmall pzeuapleth. Some vſeth oyle of ſpyke to * 
their 8, and hang it in — — 

| it. t 
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the hearbe called Flewozt,in Latin pulicar/s, which if pe 
lay it in your ch ber no flea wil breede,fome takes bꝛim⸗ 
ſtone, c perfumes therewith, but foꝛ the running mougth 
J know nothing but ſtrong perkuming, and remoouing 
pour geare. 


A way for to take out ſpottes of wollen 
clothes. 


Take and ſeeth of common aſhes in fayze water, and 
the pouder of Allum together, and then take of the ſayde 
aſhes and lay thereof on the ſpots and ſo rubbe it in, then 
let it dye, and when it is thozowlp dꝛyde, then take a 
{ponge and ſponge it awap, as it is declared of the other 
atoze. 


A good way to helpe all ſtaynes in thinne ſilkes 


aud woollen clothe. 


Take of good ſtrong vineger, and make it luke warme, 
then dip a black cloth therein, and then rubbe therewith 
pour ſtainie ſpots al ouer:ſo done, tht᷑ take away ſo much 
of the ſayd fylth as ye can with a ſpoone, as foꝛ the reſte, 
ve muſt haue all ready a tailo2s yꝛon hote, and lay apeece 
of blacke cloth on the ſpottes betwixte the p2on and the 
cloth, and ſo dꝛie o ut all the reſt ol the ſapd filth wich the 
hote pꝛon, and then pee ſhall ſee it will doe well and bee 


fap2e. 


A pleaſaunt water to preſerue linnen, or any other 
thing, yielding a pleaſaunt ſauour | 
along time after, 
ie : 
Take 2 pound of ſpike flowers, as much of role leaues, 
one pound of colt mary, with halfe a pound of mariozam, 
as 


Pays 


as muchof Balnea two great handfull of Oꝛgany oz pe⸗ 
nirpall, foure ounces of mace,a quarter of a pound of Ars 
ras poulder, let all theſe well leke together in red wpne, 
then put it all into a pot clple ſtoyte that the ayze doe nat 
paſſe . Let it ſtande ſo the ſpace of fourc and twentie 
houres, then let it bee put into a diſtillitozie, and fee 
that it bee well ſtopte, (rounde aboute) with flowze, 
egges, and water, mirte well together, and ſee that 
no ap2e do come noꝛ go oute, but at che ſpoute onely . Ups 
on the eude thereof. ye ſhall hang a fine linnen cloch with 
a grayne of muſke oz Ambergreace, within it, vppon the 
which pe ſhall alwayes let the ſpoute dꝛoppe on, and pee 
ſhall ſee it will be a pure water fo2 that purpoſe, ye ſhall 
alſo take to the diſtilling of che fozeſapd thinges, halle a 
pounde of baye leaues, ſo ſhall this water be good.fo2 the 
purpole as is afoze mentioned. 


A good way towaſhe aſhirte, and ſaue the 
Golde or Silke thereon, from 
Raining, 


Take a newe ſhirte fyꝛſte of all afoze it be euer wear, 
and lay the coller and ruffes oz ſilke in piſſe ſomewhat 
warme halle an houre ſpace, then take it fozth, and then 
waſh him in hote ſchalding licar, oz ſeeth him, and it hall 
neuer ſtapne the lilke. It ye haue not piſſe, yee maye take 
groundes ol ſtrong beare oz ale, and let the ſilke lye ther⸗ 
in, the night befoze pe doe waſh it. And this hath bene olt 
pzpued very true. But alwayes ye muſt fozeſee, that 
ye hang not your clothes in the hote ſunne, after they bee 
waſhte „ but laye another cloth thereon betwirte the 
Sunne and it, oz elſe the Sunne wyll chaunge 
boch Golde, Siluer and Silke. Thereloze it is better 
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to hang them in ſome place ol ſhade after their waſhin g, 
if ye can. Alſo to ſope your water to much, oz pour clothes 
is an occaſion to ſtaine both golde and ſilkes. A very good 
wap is:ſirſt to melt your ſope in the lycour, and then let 
it coole, and ſo to walh pour clothes therein. 


Agaynſt clothes ſtaynde with wine or 
vineger. 


Cake ol warme Cow milke and waſh pour cloth ther; 
in, oʒ walh it in whay and ſalt,other elſe as ſoone as pour 
clothes are ſo ſtaynde by miſchaunce of wine oz other 
thinges, doe caſt of ſalte thereon incontinent, ſo then it 
_ pꝛeſerue it from ſtapning, whether it bee wollen oz 

en. 


Avery good way to take forth waxe or roſin dropte 
on ſilke, wollen or linnen. | 


Whereas ye ſhal haue any ſuch occaſton to take foꝛth 
ware oz Roſine dꝛopt on any ſilkes,02 other clothes. Firſt 
ve ſhall make a p2eſling pꝛon hote, oꝛ ſome ſpluer ſpoone, 
with a cole offpze therein, take eyther of them when they 


he hate, and ſirſt whereas any Roſin'oz ware is rao 
Wy 


ſhall firſt rubbe on the ſayd dzoppes of ware oz o- 
uer:with the end ofa tallow candle, thẽ take ey r 
pꝛon oꝛ ſpoone afozeſayd , and holde it thereon, laping a 
peece of bzoune paper betwixte pour pꝛon and pour wax, 
then alter pee haue a little ſo touched it with the heate, 
(the ware and callow will mingle together, and ſoke in⸗ 
to the bzoune paper) then take it off, and annoynt it with 
the ſapd tallow agapne, and then holde your hote 
ſpoone, as beſoze, and thus pe mult doe, as aften as ye 
ſer tauſe, vntill it be all cleane foth. It the ware be dꝛopt 
thozow on both ſides, vſe the one ſive like the other, and ſo 
pe 
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pe ſhall get it cleane : and lodke ener that ye ſhifte youre 

bꝛowne paper to a cleaner place, from the place it was 
— touched with ware, and this oꝛder keeping, it ſhall 
be al wel and cleane. Okten pꝛoued. 


A ſope N apt 
8 woollen 4 


Cake ol Ueniceſ 
ſalt 


your | 
„FFF. thus 
war voe, and pee ſhall ſee that they ſhall be cleane fozth , as 
Ne: | 


„Another for the 8 
age of white lope bolt a pounde and 
ane ane e 5 
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to hang them in ſome place ofſhave after their waſhin , 
if pe can, Alſo to ſope pour water ts much,o pour clothes 
is an occalton to ſtaine both golde and ſilkes. A very good 
wap is:firſt to melt your ſope in the lycour, and then let 
it coole, and ſo to walh pour clothes therein. 


Agaynſt clothes ſtaynde with wine or 
vineger, 


Take of warme Cow milke and waſh your cloth ther⸗ 
in,o2 waſh it in whay and ſalt,other elſe as ſoone as your 
clothes are ſo ſfaynde by miſchaunce of wine oz other 
thinges, doe calf of ſalte thereon incontinent, ſo then it 
—— pꝛeſerue it from ſkapning, whether it bee wollen oz 
innen. 


Avery good way to take forth waxe or roſin dropte 
on ſilke, wollen or linnen. 


Mhereas pe ſhal haue any ſuch occaſton to take fozth 
ware 02 Roſine dꝛopt on any ſilkes,02 other clothes. Firſt 
ve ſhall make a pꝑʒ eſſing pꝛon hate, oꝛ ſome ſpluer ſpoone, 
with a cole of fpze therein, take eyther of them when they 
he hote, and ſirſt whereas any Rolin oz ware is dzopt, pee 
ſhall firſt rubbe on the ſayd dꝛoppes of ware oz roſin al o- 
uer:with the end ofa tallow candle, thẽ take eyther pour 
p2on 02 ſpoone afozeſayd , and holde it thereon, laping a 
peece of bzoitne paper betwirte pour pꝛon and pour wax, 
then after pee haue a little ſo touched it with the heate, 
(the ware and tallow will mingle together, and ſoke in⸗ 
to the bꝛoune paper )then take it off, and annoynt it with 
the ſapd tallow agapne,and then holde pour hote pꝛon, oꝛ 
ſpoone, as befoze,and thus pe muſt doe, as aften as pe ſhal 
ſeecauſe,vntill it be all cleane fo2th. It the ware be dꝛopt 
thozow on both ſides, vſe the one ſive like the other, and ſo 

ye 
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pe ſhall get it cleane : and lodke euer that pe ſhifte youre 
bꝛowne paper to a cleaner place, from the place it was 
before touched with ware, and this oꝛder keeping, it ſhall 
be al wel and cleane. Okten pꝛoued. 


A ſope to take out all ſpottes in 
woollen cloth. 


Take of Uenice ſope a quarter of a pound, the yolkes 
of thzce exges,of ſalt finely beaten halte a ſpoonefull, of 
the iupce of Betes, halfe a ſpooneſull,02 as much as will 
make it thicke like a paſte, then make them into pꝛetye 
balles,and let them dꝛye out of the heate of the ſunne, in 
ſome ſhadow place, and whenſdeuer pe will occupy there⸗ 
of, fixſt wet pour ſpots we with fapze cleare water, 
and then take pour ball and rubbe it thereon, and waſh it 
then cleane fozth as is afoze mentioned of the other, thus 
— 4 pee ſpall ſee that they ſhall be cleane fo2th , as 

oze. | 


Another for the ſame. 


Fyꝛſte pe ſhall tate of white ſope halfe a pounde, and 
f2ead it very ſmall, then take ofthe gallofan Dre, oz of 
a hee Goate, with ſome Allum, of epther ol them an ofice, 
take the polkes of tmoegges, with a quantitie of fine ſifs 
tedaſhes,put them altogether in a mozter,aud beat them, 
and when they be well mirt make them into balles, and 
whenſoeuer pe ſhall neede thereof, cake ol fapze warme 
water, and rubbe the place all ouer therewich, and then 
ſtrike with your ball thereon , and then ſhall yerubbe 
cloth vpon cloth, and wache it then foozth, as afozeſapdeg 
And it will be cleane. | | 


G Anothes 
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Another way good to helpe ſpottes 
or ſtaynes. 


Me (Hall firſt cake Halfe a gall of an Ore, the older the 
better, of fenygreke made in fpne poulder halfe a pounde, 
a quarter of a pounde of white ſope, a gallon of ſtrong 
common lye, mixe altogether therein, and ſet them on the 
fy2e,and ſeeth them ſoftly till they be halfe waſted, and 
whenloeuer pe will occuppe thereof, heate it warme, and 
waſh your ſpottes therwith,in mixing it often with faire 
colde water, and it ſhall doe well, 


How to take out ſpots of white ſilkes, or 
1 other coloures. 


Take ol the beſt and ſtrongeſt Aquavite, thꝛee pintes, 
wich the which you ſhall wete pour fpottes,# take a new 
lapde egge and beate it, and rub thereon your ſatd ſpots, 
and ſo ſec in the ſonne and let it dzye in: this done, wathe 
it then with a freſh and cleare water, and then w2ing oꝛ 
pelle the ſayd water fozch,o preſſe it betwixt pour hãds, 
and fo they ſhall be eleane, as fo cloth in grapne, ye maye 
waſh the ſpots well wich Allum water, then rubbe cloth 
vnto cloth, and ſo/'waſhit foꝛth with cleare water agayn, 
and it will be well. Ait be not at the ſürſt all cleane oute: 
dae ſo likewiſe agayne ſo long as ve ſhal ſee cauſe of any 
ſpots remapne, and ſo they ſal be well. 4 | 


Aproued way howto take out oylie ſpottes 
WEE ; out of cloth, | | 

Take ofthe ople of Tartar,ſo much as wil coner your 
other ſkapnes,and put it tbereon, and ſtraighte way take 
it off agapne, and walhe it then well with fayze warme 
w 3. 
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water. Then take cold water alſo and waſh it iii 02 foure 
times ouer,after that, in chaunging it till with new was 
ter, this done, you ſhal lee it will be as fayze as the reſt, 
and as it was beloze. 


Another way to take out all waxe, Roſin or pitche, on 
Silkes or other clothes. 


Firſt teke of tallow 02 other greace(be it ſalt oꝛ freſh) 
and melte it, and being ſeething hote,put thereof on pour 
ſayd ſpottes of ware,Roſine,o2 Pitche, then take ofhots 
licoz,and hold pour ſapd ſpottes there tn c then rub cloth 
vpon cloth, betwirt your hãdtz. Do done, then wꝛing fozth 
the ſayd greazie water, and if ye then ſee it will not be al 
cleane fozth, ſerue it ſo agayne, annopnting pour ſapde 

ſpottes with tallowe oz greace, and then doe cleanſe 
foozth the greaſpe water as afpze is mentioned. Fox 
Ihe hath pens well and ofcen n „and voerh 


4 To cake ann gteace out of Silke, Veluet, Mocca- 
- 15 = > do or others. 
nne 
Fit and heate water and put a handtulsörle knie fea⸗ 
0 thr ther in xx then let te coole til ye may ſuller pour hiv 
ther in, e lay your filke abꝛoad, and take your feathets and 
rub al quex the ſpot, then tub therouer with Caltile ſope, 
and then with your feathers again al vp down, weting 
them twilp "1 1 ſo rub it vp a down, the wing it 
alittle ⁊ dʒp it in the ſunne ax wind: but il it de Nel 
alter rubde it: the — — 
tak? a cloth of wollen, z heat it the annopne it light ouer 
with butter, x chafe your cloth together, to rub in þ but⸗ 
ter, thẽ heat it a little, @ rub your veluet vp e down ther 
n it wil then riſe e fapze as dove. 
Q 
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To take out ſpottes of cloth. 


They take the ſtraight bones in ſheepes feete that are 
ſodde, and dzye them and make them into poulder, with 
thewhich you ſhall lay on the ſpotted cloth, layde in the 
— „ and rubbe this poulder thereon till it goe all 

ys 


To dye wooll red. 


Ye ſhall put too foure pounve of woollen pearne, tenns 
ounces of Allum, and ſeeth it with bzanne water fo much 
as pe ſhall thinke good, then take your pearne oute, and 
put that water out of that Kettle, and put therein agayne 
thzee partes of freſh bzanne water, and one parte of fayze 
cleare water, chen warme it a little on the lyze, then put 
therein two pound of grening weede, and let it ſo warme 
a while, then put therein pour wooll. and ſtyz it wel wich 
ã ſticke the ſpace of chꝛee howers, but let it not ſeeth in a⸗ 
ny wiſe, ſo done, then take out our wooll agayne, and put 
it agayne into pour Kettle, and put thereto halt a glaſſes 
full of vnſleakte lime, with as much of common aſhes,and - 
put pour wooll agapue, and tyre it with a ſtaffe 

* 


| Paternoſter whiles, than take fo82th poure 
| e hallhaneafapzecolour. But il pet will 
haue it yet a moze ſanguine coloure, chen maſt you putte 
into paur Rett le halle a little glaſſe full of moze lime, and 
@liccle glaſſe full ot common aſhes, and ther eto put your 


wooll agayne. and ſtirre it well Kill foure 02 fyne Patet᷑· 
noſter whples, then takt foozthpout wooll and wach it, 
aud ſo ye ſhall haue a very type colour. 


Anocher ayto make wooll af re red. 


Then 
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hen as your wooll is made red after the firſt maner 
then ſhall ye caſt away that licour that is in the Kettle, 
and put into it fayze water, and put thereto the cruſe full 
of fapze made lye of common aſhes , and therein put alſo 
an ounce of Allum, then as ſoone as it beginneth to leeth, 
put therein pour wooll, and ſtyzre it well therein foure oz \ 
five paternoſter whiles , then take it foozth and maſhe it, 
and ſo ye ſhall haue your wooll a fayze colour. This ma⸗ 
ner ol dying is after the ozver of Dozneke in Flaun⸗ 
ders. 


To dye a fayre yealowe. 


Tf ye will dye pealom with wood, take off the wood 
leaues, and cut off the roates, then cut chem in peeces, and 
lay them to ſake in lye afcommd alhes ehgee houres, then 
ſeeth it a quarter of an hower, till ye thinke it be meetely 
well fodde. Then put there twoquartes ol water, and 
as much ale Uzineof ſire dayes olde at the leaſt, ſo let 
them ſeeth together a little, then cleanſe it chozow a ſiue, 
and then put vnto the ſame agayne, of lye and Uzine as 
afozeſapd.Then ſtrayne it thozowa fapze cloth and ſeech 
it, and to two pounde of wood take two paunde of Uerve* 
greace, with the lye that pe haue (od, your woad and all 
putting them in pour ſayd tolour, which muſt be medled 
and well firred all tagether. Then ſhall ye bople it all a 
uttle, and it ſhall be well. | 


Aocher colour to dye a yealow with-- 
i, VWood. 65 7 
Take an ſet a pot with water on the fire, and make 
te warme, then take aſhts mate ul Oben woade; and; caſt 
thereof into the pot with water audi hen warme take it 
from e eloſe til the 

| ii. nexte 


— 
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nert dipe. Then pooze the cleareſt lye thereof. thozowe a 
cloth ſoftly into another vellel oz pan, then take of good 
Wood, and bꝛeake the rootes off, and then cut them ſmall, 
then walh t rince them in cold water, & then put thẽ into 
the lie, and there let them ſoke a night, then take & ſeethe 
it, til che halte be conſumed, and when it is well ſod, then 
all hott clenle it thoꝛow a lapꝛt cloth, then mult pee haue 
ol verdegreace wel a finely beaten into pouder, and blend 
therdf with a ſpoone amongſt pour other ſtuffe, this mult 
be done incontment therevpon, and allo your lye thervn⸗ 
to muſt be very trong made. 


_ How to dye c linen or thre ad red, 

As 150 pe wilvye -atipe Lhe 5 * red, pee 
ſhal take one paund ol ſamſleur e, and let it ſot halte a yay 
and a nighte in water milke warme, then put it into. a 
thicke bagge oz ſarke, and therein wache and rynce it in 
the tiuer till the bagg e bee therewith red, theu wzing 
the. water well foozth , and ſo take oute pour Sams 
floute, and ſpꝛead it vppon a fayꝛe boozwe 02 Table and 
make (as it were) u little thinne bedde thereof; then 
ſtrewe thereon of white aſhes, in making bedves of youre 
Damſleure, and when pe haue ſtrewde them with aſhes, 
ve chal tale to one pounve of Samfleure, à quarter of a 
poͤlld oli ſhed which alhes mut be burfit and made ol the 
Iyes of white Nine and it muſt be well chakte betwixte 
your handes, the one againſt the other, then make thereof 
a ſmall heape, and ſo let ic reſt che ſpace of fyue houres, 
Then ſhall pe rubbe it agapne till it ware warme, then 
haue readye a fayze balen, and ſette it vnder pour ſtuffe, 
that it may runne therein, and alſo untug nut the iuyce 
thereof into the apy Baſon . Then caſt there in a pynte 
of wine vyneger that is very gadd, they vee maye putte 


en a dest fett and it ſpall doe well. But 
to 
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to dye pour Linnen cloth pe ſhall put it in befoze poure 
yearne 02 Fuſtian. T hen lap it therein a day and a night, 
then talte foꝛth pour linnca o2 pearne, and then put theres 
in a gallon of aſhes of the Aſhe tree, and th:revnto poure 
linnen, pearne, oz fuſtian, and ſo let it lye therein halke an 
houre, then take it oute and wing it as well as you can, 
then by and by hang tt in the ſunne, then take that water 
that ye ſoked firſt pour Samlleure in, andfkrapne ic(as 
akoꝛeſayde) into the baſon vnta the other colour, then put 
therein a glaſſcfutl of Aineger, and then pou maye putte 
therein pour pearne kuſtion, oꝛ linnen cloth, and doethere⸗ 
vnto as is afozelapd. 


Another way to dye Linnen in a fayre roſe 
redde colour, | 


To dye a fapꝛe redde raſe colour of L innen, pee ſhall 
take to euery iiii.pardes and a halte of L innen, halte a ki. 
of good gall nots, and ſeeth them in fayze water al whole, 
the ſpace of it haures, then take it from the kyꝛe, & poure 
that water into another veſſeil oz fatte, then put pour lin⸗ 
nen into the ſapd'water, and let it ſoke therein the ſpace 
of foure houres, then take it foxth and wzing the lycoure 
wel fozth. Then take fayze water in a kettle, and ſet it on 
the fyꝛe, and put therein a quarter of a pounde of Allum, 
and when it is readye to ſeeth 5, take it from the fy2e, 
and put youre cloth therein as ſoone as pee haue wong 
and ſtraynde oute your gals afozeſayde, but lette it 
d2ye a night befoye firfte, and then turne it well therein 
the ſpace of a quarter of an hure. So tanke it foꝛth and 
wꝛing it well a then ſeethtwoounces of Bzalill in fayze 
water, the ſpace of two houres nhen take that fr the fire, 
and haͤug another kettle ouer the fire, and putte therein 
grups water, ſo wat me it l little, and raſt therein two kt. 
of grening wede, then put pour Uinnen kloth „ 

l oke 
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looke that no Allum haue bene in that water. Then let 
it lye ther in halle an houre, and ſtyꝛre it wel with a ſtaffc 
and then take out thereof the ſayd linnen, ye may then caſt 
away the lame liquoz and waſh your kettle cleane , and 
put therein of the cleareſt bzaſill water and let it wel co⸗ 
lour therein, Then take pour Linnen and waſh it wel in 
fayze water, then take of fayze water in a panne, with 
a little Allum and ſo ſeeth them both together: and ther · 
in ſeeth pont L innen cloch fine oꝛ ſire paternoſter whilcs. 
Then bake out the ſayd cloth aud wzing it wel, and after 
that put che ſapd cloth into the kettle of bꝛaſill water, and 
therein pe ſhal curne and wind it wel, the ſpace of a quar⸗ 
ter ofan houre , then take it fozth and wzing it a little, 
and likewiſe you ſhall doe with the dying of the Fuſtian, 
but vnto your Fuſtian you muſt haue two partes moze of 
Uerdigreace and Allum and that pour Fuſtian muſt, lye 
therein hall a day and a nigbt, then wing it fozth, and let 
it dzyc,theu after pee maye rayſe his cotton with cardes 
meete foz that purpoſe, il yee wil haue pour Linnen moze 
fay2er,ca(t in the Kettle with pour ſayd bzaſill, ſome lye 
made of white Lime, then put your cloth therein, then 
turne and wind it therein the ſpace of foure pater noſters, 
and then take it fozth thereofand wing it well, and ſo 


hang it vp ta pe. 


How to make your branne v ator, wherewithall 


you ſhall wletodye red. 
Pe ſhal take a bat full of wheate bzanne, and take fo 


much water as wil go inta the ſnal keteles, ſo let it haue 
a welling oꝛ two onthe fire. Chen poure it into a fatte. 


then take two other kettle fuls of water and warme it. 
and yut it therein alſa, but firſt ſtirre it mel, and ſa couer 
it wel · Che firfte day you mut ſtyze it often, and then it 


will be the better, theu ſpall ye let it ande en Tot 
a 
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dayes till it ware the riper, and which will be the better 
fo2 your purpoſe, and then pe map occupye as pou ſhal ſee 
cauſe. 


For an yron moll in Linnen. 


To take fozth any pꝛon moll in linnen cloth, take a 
chafing diſh with coles, then couer the coles with a pew⸗ 
ter diſhe ſo let it be hote. © hen lap pour linnen thereon 
where the moll is, and with a Limon, oz an Ozinge, but 
the Limon is better, to rubbe your moll therewith, and 
ſtill as it dzyech in, lap the iupce thereon, and ſtil rubbe it 
ſo, till it be all cleanc, and this way will haue it all out, 
Okt pꝛooued. _ 1 | 


To dye ſilke quoyues in a redde. 


He hall ſirſt lay your ſilke in Allum water, and let ic 
ſeeth therein, and with bꝛanne water alſo halle an houre 
long both together, then take a little grening weede, and 
the like of bzanne water, and let it be made hote , and put 
the ſilke thertin, but let it not feeth, but take it oute and 
xince it in le, and then in water, and then it wil be fayze 
a en: 2 t az: 1 wee 3 RSG Goh; l 
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OY "To dye fitke in a ſanguing colour, | 


Pe ſhall dye ſilky in a ſanguine,as yemultin al ſoztes 
take Allum as pe doe grening wende, then mut pee take 
a little fapꝛe water, with alittle bzaſill, and ſeeth them 
together. Then take part thexeal. and ſreth the ſilke ther · 
in, and as that is tak? dut, ſo take an other, and then the 
Wy d tyme, then put it inlye,anpfoclen(y.ic,as is afoze* 
Ralf 33 0h 215200 , 30 035002 4-4-1103; 3 
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To dye Silke blue. 


Il pe will dye blue lke,chat ſilke mult then be white, 
which pe mult firſt ſoke in water, and then wzing it fozth 
then pe ſhall put it in your blue dye, and there yemape 
make it with a light colour oz darke as pe pleaſe. 


Afayre greene to dye. 


It ve will haue a fayze greene. take a little bzanne wa · 
— Boch hencogaber and when 
the Allum is molton, put pour ſiſhe therein, and lette it 
feeth che fourthpart of an — take again a littie 
bzanne water, and a little wood, and put it therein alſo, 
till tha t it ware a fapꝛe darke pealom. If ye will haue it 
moꝛe pealower, then put it in the blue * 1 pete 
map make it light oꝛ darke as pe pleaſe. 


To dye black ſilke. 


Take to one of ſilk, xii.gall nots, and beat them 
ts pouder, chen ſeeth the ike with the gals in fay2e wa⸗ 
ter, a good halfe houre long, then take of the blacke dye, 
and therein ſeeth it another halfhoure,then take it fozth - 
and let it be colde, and then put it agayne into the blacke 
dye, and let it there ſeeth another halle houre, if then it be 
not fapꝛe: let it ſeeth therein ſo long till it ware a fapze 
mne ſponge it in the water, at ſo let it dae. 


Algerie ke ro ye; | 
— Silieht rouneyoi 


lde , vuncesof Ain, aun och the Allum in com⸗ 
mon watez,+ lap the lilke therein, „„ 
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houres. Then take to euery pound of lilke, two pound of 
purple colour, i ſeeth it together as hereafter is wyitten, 
which is pe ſhal take halfe pille, and half water togither, 
c ſeeth jt therein till it-waxe cleare & fay2e,and th? ſpõge 
it infayze water. Alſo to eche pound of lilke it behooueth 
to haue fourt ounces of Allum . Alſo foz red ke to dye 
with crap dye, ſo calde in dutche,which ye ſhall dye with 
foure pound of Allum, and alſo ye ſhall dye ſanguine ſilk 
with allum, and alſo pelom pe ſhall dye with allum. 


To make a good black dye. 


Take a pounde of galles, and fourth parte ol coperas, 
and ſeeth theſe together, then put toe cloth therein , any 
ſtyꝛre it wel about, then hang it to dꝛie, then pzepare your 
dye as thus, take a good great fat, and put therin a fourth 
part of Bye meale, and halfe ſo muche of ſwarfe (ofthe 
- grindffone,andſo much of elder bar ke, and in likeofolve 
— the ſcales of yon, as it comes of by the hammer 

eating, ſtyzre this all well cogither, and ſo let it ande 
tbꝛer dayes oz euer pe put pour cloth therein, and at echte 
tyme let pour linnen dz pe aloze pe put it therein. 


Tacye a greene, 


Take alight blus colour and put it into Allum water 
two houres long, then hang it to the time, there as the 
wynde may dype it and then put it into the ſozelapy wood 
and ſo vſe it gs it is aloe declared. | 


To dye a.cacnaſi . 


Take purer that(s dzye,and lay it toſokea night in 
Mbh tale your cloth that is Ae e 
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it therein, bne pee thalf ſetth the pur per twiſe in fayze 
water, then fer another fatte by the fyze, and let it ſeeth, 
and therein pee ſhall firſte put pour cloth ; and then all 
weate, put it in to pour dye, till it be fayze ynongh. 


To make a redde carnation. 


To make a redd carnation dye, ye mult dye pour white 
cloth linnen oꝛ woollen, oz ſitke pearne, to doe it well, yer 
ſhall gall and Allome it well. Pe mul? take an hear be cal⸗ 
led Foli in dutche, that ſhall pe finde by ditches & banks, 
take a pound thereof that is dzie,this.js in tuftes and it is 
bote like wee aſhes;and carnationin übe eber ich men 
doe make a red carnation woollen cloth, with the greene 


een ik any carnation haue lot his co⸗ 
logr, oz if anye carnation haue loft his dye, with that ye 


ſhall dye it agayne, that it hall not leeſe his colour, and 
to foure elles ofcloath, pe hall take a pound gruts,o2 o 
t 


ar be aldze named, whtche ye ſhall beate to pouder, 
yen! | be take lpe made of Dkeaſhes; mixe a parte 

| 1 another part of cleare piſſe cleare and old, 
of eche like muche. Ik ye will haue a light dye, take pille 
newe made, and of the fozeſapde lye,in like much & there · 
with ye ſhall dye, witch the foꝛeſaid poulder put therein, a 
as it is ſod, put in that which ye woulde dye, and ſeethe it 


two houres long, and then let it dꝛye. 


* 


To dye Linnen. 


He ſhall firſfe take to one ſtone ot flockes fyue pound of 
ſope aſhes ( which are calde in Dutehe Wee Aſſeen) of the 
beſt, with lixteene gallons of water, ſeeth it together an 
houre long, and then let it cleare one nighte, then gentlye 
poure of the vppermolk thereof 7 and ſeeth your flockes 
therein one houre long, and then pꝛooue il your flockes 
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o2 ſil te be priough lod, alſo take a little of pour F lockes 
in your hande, and thzult it hard to a reddecloth, alſy-puc 
it in your mouth, and if it go by and by aparte like a rype 
apple, then it is pnough ſod. Thẽ ſpõge it in fapze- water, 
and then putte it in bzanne water, accoꝛding to the quan» 
titie of the woollen cloth, and ſeeth pour Flocks therein, 
then take it out thereof,and take bꝛalill and put it in was 
ter aceozding to the quantitye of the linnen, that is to ech 
elle of cloth foure ounces of Bꝛaſill, and as the bꝛaſil hath 
ſod a while, then ſtrayne the bꝛalil thozow a cloth, and put 
it agayne into pour Kettle, and pour Flocks alſo, and lec 
them ſeeth, then take a Ladle full ol lye and put it therin, 
thus ſhall ye make it as hye as pou will, and if pee will 
haue it moze higher, then put moze lye therein, alſo fo2 
thꝛee pounde of Flockes, take foure ounces ok Allum, and 
ſceth them together, and il pee will ſe:th dyde Flockes, 
take lye of Sope aſhes, as befoze it is witten, which 
pee ſhall ſeeth with Sope aſhes, then ſcoure it, and lette 
it dꝛye. | 


Todye cloth with facet 
. Wood. 


As pe will vye cloth with faucet Wood, ye maſt make 
your lye with ſape aſhes of Denmarke, and rapne water, 
which pe ſhall let ſtand chꝛee houres long, then ſeeth it, 
but the Moad muſt be firſt ſod in the lye, and when it is 
ſodde, let it bee cooled with other colder and ſharper lye, 
with the laſt lye pe ſhall put tod one pounde of pearne, a 
great peece N 1 no put it therein. Chen ſpal ye put 
that vye into a fay2e Kettle oz fatte. chen take two ounces 
of ſpaniſhe greene, which pe ſhal ſoke therein two oz thzce 
houres long, then toſſe andpulh it vp and vowne twiſe oz 
thꝛiſe, and wing it, and with colver lye put therein, and 


te ſſe it with a diche coo and fror. 8 another manner 
| iii. is, 
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is, take a diſhe lull of vnfle ct lyme, and quenche it with 
water, then take too diſhe ſull of wood aſhes, and mixe it 
with the chalke all together well, and there of pee ſhall 
make a good ſtrong lpe, and let it thꝛee 03 foure times run 
thozow the tubbe, then take the faucet woad, and hew 02 
cut it in ſmall peeces, q caſt it into the lpe, and let it ſeeth 
therein halle an houre long. Then put ther ein ſope aſhes 

and let it ſeeth another good halfe hower, take it then off, 
put thereto ſpaniſh greene, x let it boile twile, oz chziſe, 
and then ſponge it, alſo with thzce pound of faucet woan, 
it behouech to haue two ounces of ſpaniſh green, & as the 
cloth haue bene in the firſt lico2,if then it be too bꝛoune oz 
too pealom, then put thereto ol wyne aſhes, # alittle allũ. 


To dye woollen cloth ſanguine. 


To dye woollen cloth ſayze, pe ſhall firſt ſeethe good 
rye meale in fapʒe water, and then put it in a 4575 tubbe 
02 pan. Then caſt fayze water thereon, and let it ſo ſtande 
ch2eevayes tocleare,thentake of that water,# put theres 
in two ounces ofallum,to an elle of cloth,and let it ſeethe 
two houres long, then let it hang t coole without wzins 
ging. Then put that water fozth ofthe veſlell with the 
meale,and put therein a pound of the beſt grening weve, 
and heate that alſo, but let it not leech he ut pour cloth 
therein, toſle it wel with-your hands without ſeething, 
and take it fozth and ꝑut it in a panye with fayze lpe, and 
let it lye therein, and (a let it dʒyę and it will be a red. It 
pee willmake fapzer,youmult baue of bzaſill , take an 
ounce of Allum andallum it as afozelaive inanother was 
ter, then ſeechtwoounces of allum v load apt in 
bzanns water made, and as the bzalill haue ſoda while 
therein, ſo put therein ol cold water, then take ſo muche 
thereofout as will weat pour cloth in, and {t well 
therein, then ſhall ye cake ol other dye, vntil the time * 
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it hach ſukklctent yneugh, il yee will haue the ſame a lan 
guine, lap it in fap2ze lye of Dope aſhes, and there it will 
haue a fapze ſanguine dye. 


To dye woollen yearne,or cloth, 


Tomake this dys, put too foure pounde of woollen 
parne, oz cloth,two pounde of woad. Put this woad in a 
Rettle,andcaſt therein of fayze water, then caſt agapne 
balfe a tin diſhe full of aſhes out ol the fy2e , and as ſoone 
een your woollen parne therein, then let it 
ſeeth eyght oz nyne pater noſter whiles long, then putte 
pour parne fozth,andput a little water in out of the ket- 
tle, and then afew aſhes out of the harth-, and put your 
woollen parne agapne therein: and ſo let it ſeeth a good 
while, if it be a bzoune blue, it hall be a darke greene, and 
if ic be white woollen pearne, ſo it ſhal be a pealow colour 


| Agayne to dye woolen yearne. 


As pe will dye woollen parnethat is greene , poure 
yearne pe ſhall firſt ſeeth in bꝛanne water, whiche is to 
| | —U— — ms 
and then wing that out, and put 
1 thus m 


fourepound of wooll yearne 
take two pound of woad, and ſeeth the woad well with 


hearth alhes,tnlpemavyavay befog.co let it ſeethe the 
fourth part of an houre, chen put the tleure into a cleane 
1 Canin, — cat 
greene | 3 F 
it therein. and ſtirre it with a ſtick then put in 
your pearne , ſoturne ind tolle tr therein the fourthe 
parte of an hower, and then let it vzye-. Ik it bee not 
fapze ynough,thenpur it in agayne, and doe as _ | 


Te 50. | 
tlio as pe would dye blue woollen yearne,yct wall put it 
ſirſt in warme water, then wzing it fozth and dye it blue, 
as it is afozelapd. 


To dye with braſill as red as a roſe. 


Take ſire elles of linnen,and thereto halſe a pounde of 
beaten galles, of the veſt : then put it in fayge water, and 
let ir ſeeth about two houres, but the galles ſhoulde ras 
ther be all whole, and when they are ſodde, ſet it from the 
fyꝛe, and put it gently in another Kettle o2 fatte, and then 
put your linnen therein, as hote as you maye handle it, 
and ſtyꝛre it therein ſoure houres long, that done, then 
wꝛing it well ſozth, and hang it tu dzyc. Then take koure 
ounces of Allum, and ſeeth it with water, and when it is 
ſod, take it from the fyze, and put pour galled cloth theres 
in, as hote as ye may ſuffer it, the ſpace ofa quarter of an 
boure, then take your bꝛanne water and put. thereok in a 
Kettle, and as it is warme, put therein two pound ol gte⸗ 
ning weede, let it the firſt time ſoke well therein, and let 
it be well and hote, but not ſecth, and then put your cloth, 
therein, and ſtirre and handle it well at the firſt with pour 
bandes, nye halle an houre with a ſtaſle tot well al about, 
and wel bandled in the de, and then pe ſhall rake! pe: 
rlothand ſponge it in watet and wache it c ende 
take a little allum, and eth it with water, wall 75 
haue two unnces of bꝛaſtil ſodde in lightwater, and putte 
vour tloth chere in ſiue Then hall yet 
hauetwoouncesof ja code in li ewa ter, and putte 
vont catch titten. then hanvle aud ſtpyre it well there in 
am ſtttre it well abaut the ugrter al an houre 
and wing eee en il it be not dor 
ern it an beſoge © 8. 
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Howe to make a greene water. 


Take ny halfe an ounce of Uerdigreace, and cruſhe it 
well in a woodden diſhe,then put thereto the polke of an 
egge and too blades of ſaffron, then take of the leaucs of 
ſpurge, halfe a handfull, and beate them in amozter, and 
thereto taſt a good glaſſefull of Aineger, and ſtrayne it 
thozow a cloth. Then take of this ſtuſſe, and put thereof in 
a diſhe with the Uerdigreace, and ſtirre it well togeather 
and make it thinne, that it may be the better to dye, oz to 
wozke with a penſill, oz as ye ſhall ſeeme beſt. : 


To dye fayre Linnen with braſill. 


De ſhall take fay2e water, and heate it ouer thefy2e, 
then ſhall pe haue the poulder of galles, and put thereof 
into the Kettle ouer the fp2e, and ſo let it ſeeth a quarter 
of an hower : then take it from the fy2e,and take another 
beſſell and put therein ſo much colde water, as ofthe o⸗ 
ther in the Kettle, and put that hote inthe Kettle there* 
vnto. Then put your cloth therein, and ſtirre it well vp 
and downe therein, and as pe haue done ſo a while, then 
let it lye therein foure baures long in that gall water, 
then take pour Kettle agayne with other fapze water, 
and ſet it oner the fp;e and make it hote;then put of Allũ 
therein to the kettle ouer the lyꝛe, and as that water is 
bote, and the Allummelted, yee muſt then haue another 
veſſell oz fatte with colde water, as muc he as o the other 
bote water; aud put the Allum water therein, then putte 
pour cloth therein, and ſtyʒte it as afozcſayve, and fo let 
it then lye therein foure houres long, ſo done then pee 
ſhall wing it out and hang it to d2ye , q tod2ye in the 
apꝛe, but let it not bee too dʒye. Then ſhall pe take poure 
' bzafill made in poulder, and put it 2 panne, 3 


Ares. 
it ſeeth thereln, che quarter ok au doure, and beloze that 
bꝛalill do ſeeth,ye ſbal take wheat flower, g put therein, 
mixe it altogether well in a diſh,and put it into the Ket⸗ 
tle befo2c it do ſeeth: thus done, let it ſeeth, and as it hath 
ſod, then take fo2th ſo much of the bꝛalil, as ye may put in 
pour cloth, and ſtirre it well about, as is afoze declared, 
thus done let pour cloth reft therein a good while, then: 
wang it foꝛth.e hang it to dy, i as it is dp, ve ſpall take 
that lycoz that it hath layn in, and put that awap, th take 
agayn ſo much bꝛaſill as befoze,# put that cloth therin a- 
and then hang it ta dy, and as it is dy, then put 
in another lyco}; 4 hang it agapn to dꝛy, q then it is ful 
— — — — — 
uery elle o aloot of gall pouver 
s calde in dutch, and as much of allum;aud to eche elle of: 
foth one ounce of hꝛaſtll. 


To make a fayre yealow. 


fapd cloth, ind again other pary 
chelo ch ve thinke that that water rcd 8 
Exeyne,audthen ye may vle it. | 

A fayre Linnen cloth to dye blue 


been ten blusxequleaktenpun tlayyetire 
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ter, chang it oner the fire,+let it be ſeething hote, then 
muſk ve haue a veſſell of halle an Ame, ſo cald in dutch, oz 
thertabout, g as your lycoꝛ is hote, put thereto 3 poũd of 
wheat bꝛan, g poſid of aſhes,q a pound of grening we de, 
fir al this in the pan, x let it ſeeth iii. oz tiit. paternoſters 
ldg,chf take ol flozap vnder half a pound, E ſoke it in faire 
water, g let it there reft a quarter of an houre couered th 
take pour clean veſſel oz Ame. i᷑ therin put your ſoked flo⸗ 
ray, then take the bote lycoz ouer the fire, but let it coole 
oz pe put it into the fatte, then put it in and ſtitre it well, 
and ſo couer it wel and cloſe, and let it ſo reſt ſixe houres 
long then vncouer it and irre it wel about a good while 
then couer it cloſe again, and let reſt other vi houres, then 
vnconer it E ſtir it as befo2e, 4 lo ſtop it _ then vnco ; 
uer it within two oz thꝛee boures, locke if the die begin 
to come, oʒ begin to wax green, it the y doe not, let it reſt 
longer and ſſop it cloſe, il pe ſee it be come , put therein 
ſome ol pour cloth that ye would dye, and turne it well 
therein, then wing it out, and let it reſt 2 02 3 houres:tht 
put in agapn pour cloth, and vſe it as afozeſayd, t ſo ſtop 
it well agayn, and let it reſt ſa, two oʒ thiee haures, til ye 
all ſee the dye begin to come, z the flower to lie aboue, 
to euery going þ pe go thereto, ee ik the colour be grecne 
pRough,0z waxegreene,and when pe ſhall ſee it ſo,yc ſhal 
{cam of che flower wich aviſh,and then put your cloth &« 
gayn therein, {ir it wel, and wing it foxth;then ſtoppe it 
agapne wel, and thus pe mult colour chzet e times 
a dap. Then muſt pe take the dye in the vellell, and hang 
it auer the ure agapne,and there let it be hote, aud putte 
therein two hound and a halle al aches. Then put it in the 
Fatte, and ſo lette it ren, but ſoppe it well and cloſe, ſo 
let it ret a night, dut irre it once in the nighte with a 
Naffe,and ſee 7 the dye be come, as aloze⸗ 
ſapd, and ſo put in pour cloth agayne, but lette it not lyt 
therein too lung, that it coole not 2 „ and 1 

li. zut 
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bane thus vyed it foure tines. he ſhal ye make it hote a 
gayne ouer the fp2e,pucting therein two pound ol pot as 
ſhcs,and ſo let t eſt all a niht, and ſtirre one in the nighte 
as atfozeſayde,and ſtoppe it cloſe, and when pe goe there⸗ 
to, ſec it the dye be come, ik it be come, ye may dye as be · 
foze, that pe thinke good, and when pour colour ware a 
fayze greene, then is pour dye good and rype, and the 
flowers will lye fayze aboue, but as it beginnes to ware 
1 it is too rype. Then mult pee put in moze 
cloth. | 


How to dye a fayre Linnen with braſill. 


He ſhall take ſo much linnen as pe will, and to euerye 
elle of linnen, take two ounces of gall nottes, oz xii. nots, 
theſe nots pe ſhall bzeake in two oz thzee peeces, then put 
them in a ketcle with water, and let them ſeeth together, 
and as they haue ſod a quarter of an houre oz leſſe, take 
it of the lyze, and take your cloth fozth thereof, and let it 
alittle ſoke bp, but let it not dzye.As pe haue thus ſod it, 
pe ſhall take another kettle with fayze water, and put it 
ouer the ſtre, and make it ſeething hote, Then ſhall pe to 
euerp elle of cloth, take two ounces of Allum , which pee 
ſhall put in the ſapve water, and as it is melted, yee ſhall. 
take the fozeſayd cloth, and put it into the ſapde kettle to 
the Allum, e let ic ſeeth together, a quarter of an houre, 
then take foꝛth of the kettle, and wing it a little, then 
hang it to dꝛye a little, but not too muche. Then muſt pee 
haue your ſod bꝛalill as thus : pee ſhall take lye made of 
wood aſhes, but ſee it be not too ſtrong , And thereof ſo 
much in pour panne as will make your cloth weat, then 
put pour bꝛaſill in the panne with the lye, and ſo lette ic 
ſeeth a quarter of an houre,then ſec it from the fp2e , and 
haue ready an earthen panne, and by and by, put your lp⸗ 
coz S bꝛaũiil therein, then ſhall ye put your e 

er * 
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therein,ffpzre and turne it well therein, but ſce that it be 
not too dzye ot the ſayd Allum that it hath bene ſod with. 
Alſo to foure gallons of lye, ye ſhall put leſſe then halle a 
pound of bzaſill poulder ſmall beaten. | | 


To make a fayre braſill colour, to worke on cloth 
or paper. 


Ne ſhall take a fayze potte,and put therein apounde of 
chalke (mall bzoken,and put thereto a pottle of good Ui- 
neger, and ſtirre it well togither. Then let it ſtand a dape 
and a night, then poure the cleareſt into a fayꝛe panne, and 
ſee that no chalke go therein, then take two partes ofthe 
ſapd lye, and put it in a fayʒe pot, and ſet it duet the fpze, 
and ſeeth it lite pater noltex long, then rake it fromthe 
fy2e,andpuc the lycoz in to fayze a panne, and pe ſhallput 
thereto xiiii ounces of allũ, and ſtirre it wel with a ſtaffe, 
then take the other part, e put it to the ſayd bꝛalill wood, 
the which ye haue changed, and let it there ſeeth.as afoze 
ſapd, and put that licoʒ into another panne, and put there 
to xiii ounces of Allum, which ye ſhall ſtirte ſo well as as 
fozeſayd, and when pe haue toſt it long, put it then to the 
other, and ſtirre it well, as ye will haue it dzye take a pan 
and fill it full and ſet it in the winde eight dapes oz moze, 
and * let it dzye, E as it is fapze,yemay wozke there ⸗ 
wit ERS” 


Blue Buckerainto dye. 


eee grui 175 
8 and a pound ok Pede pound ot Floꝛ ay, and to 
en Obe albeße kae k. Martes of water, fir 
ye.halt put your Flozay itt6\kapze facte,and put there⸗ 
to tene quartes of water, zun ütrre it well ajcogither, 
this mulk be ſo hote that ye cannot ſuffer pout hand W * 


$of Tur win, ſo calde in 
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in, in the other water ye ſhall put the gruis, with the as 
ſhes and Pede,and that put together, and ſo ſtand, which 

ſhal fir xii. houres long, and waxing a blue, lo pe may 
hes with it. It it be not blue pnoughs ſa let it ſtand ta- 


uerd, xx. houres long. 
A red to dye wich Crampmede. 


pound al crampmeve,to thꝛee elles ol linnen, x 
take afapze pot wich water, and ſet it by the fire till it be 
ready ts ſeeth, and put therein two ounces of gals, and let 
them ſo leech together, and then put your linnen therein, 
and take it aut and in, and at eche time wzing 
it well out. Then take a fapze pot wich fayze water, and 
make it ſeething hote,then put therein an ounce of All, 
and ſo let it ſeeth wel, then put pour cloth in as afo2eſaiv. 
Chen take another pot of water, and let it ſeeth therein 
til it be red, then take that cloth but, and clenſe it al about 
with a cloth. It ye will haue it moze darker then mult Tye 
baue alye of yunquenehedchatke,wich che Iyke dye: men 
with woad.aſhes do make a red dye oz colour, without vn · 
3 in hauing woas aſhes in eve of vnqufchey 
ime, 


Takea 


To dye blacke Veluet or linger, 


Take of galles and coperas, #ſeech them together and 
put pour linnen 8 be gray ſilke,then take of el- 


der-barks,any olve yꝛon, and put all ina hearing barrell 
02 ve TILE Ef m ſwarfe,this ſhal be a thur · 
den dele of the fat ng ere gen Wee 


2 9750 Te Nee done, 
let Ei 1 aga 1 
8 a may : 

. 
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To make gray flore, 


Take floze and lay it to ſoke 24 heures then ming it out 
thozow a cloth, chen take lye of wyne aſhes, # ſpzead it 2 
houres long on a fapze table, then take the ſayd lye, and 
put it in thzce vefſels, and take the Floze # put it into one 
al the veſſels, Then put it wel koꝛth, then put that Floze 
in the leaſt veſſell,then ſo in the middeſt, and in the firfte, 
but eart pe put the linnen therin, put in vine ger z wzing 


it out. 
To dye ſilke red. 


Take of good wood ashes make a good lye therof, put 
therin ot willow oz facet woa, barbary wood oz yelow 
wood; # ſoke them therin an houre,then ſeeth a quarter of 
an houre, then put pour cloth therein, put in a little ſpas 
niich greene. but that cloth pe mult firſt allum it. 


To make a black water to dye with, 


A blaeke water to dye all maner of ſilke clothes, ye all. 
take halle a pound ot gall nots, and put thereto ſomewhat 
lelſe then a pottle of water, and an ounce of ſwarfe of the 
grindſtone, and a good deale of che fylings of y20n,make ic 
ſeeth, and put therete a quarter of a pound of coperas, ana 
ſeech all to the halle, and put therein a pounde ol gũme as 
rabit, then ſeeth it till al the gumme be melten. Then 
kt it krom che lire the older it is the better it wil be. 


To maken thicke water to worke on 
yealow ſilke. 


"Take apottle of the bell verniee ye ran x put in an dune 
** 
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then ſceth it a while, and let it coole, then ſtrayne it tho⸗ 


row a cloth.alſa with this pe ſhal wozke thinne, and this 
mult be ſod with the fourth part of gumme Arabic. 


To worke on yealow ſilke, white, gray or a- 
| zure colour, 


Take a pottle of Conduite water, and a fourth part of 
Arſenicke in poulder, and two ladle full of woad, cut the 
woad in ſmall peeces, and make it ſeeth as hering, that is 
ſoltly, chen ſet it from the kyꝛe, and put therein ſo much of 
graynes,as pe put in poꝛrage, and herein alſo pe ſhall put 
in of gumme ol Arrabp, ſo much as pou ſhall ſeeme good. 


To make a red water. 


Take a pottle of fayze water, and a four ih parte oſ 
gumme, and halte a pot of faucet woad (ſotald in dutche) 
and then ſceth it together till thiee pintes be conſumed, 
then ſet it from the fyꝛe, and herein pee ſhall put halfe an 
ounce of ſpaniſh greene, and then put iwalſo of grapnes, 
ſo much as ye doe in ſeaſoning pour pottage. 


To make a red with brafill, 


. Take pour Linnen to one pound, take a fourth part of 
Allum, but firlt ſeeeth allum, then laye your linnen there · 
in the ſpace of two houres, then take of beaten galles, and 
put water therrto,then lap pont linnen therein, and put 
in a quarter of a pounde of bꝛaſill, and an ounce of gumme 
of Arabie. Then let it ſeech a fourth part in, and then put 
in pour L innen Ik you will haue it a redde, then put in 


* 
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To make a red water for white ſilke or woollen, 
greene, yealow, violet or azure. 


Take a pottle of running water, and an ounce of bꝛa- 
fill, ſecth theſe till the halle be conſumed. Then take ic 
from the fp2e,andput in ſo many grapnes, as ye put vnto 
a pot of pozage, and a fourth part of gumme. But if ye wil 
make it a light red, put it into another fat, whereas there 
is a quarter of a pound of Allum made in poulder, and ſo 
let it reſt all a night and it will vo well. 


To make a blew. 


Take thꝛee partes of Sope aſhes,and one parte of vn⸗ 
quenched lyme,and make a lye thereof, and then lette it 
cleare,chen ſtrayne it thozow a thicke cloth, and pee ſhall 
take xv. quartes ofthe ſayd lye, and put thereto a pounde 
of Bloemen(ſo calve in dutche ) then tyzre it all well to · 
gether with a ſtaffe,and warme it ouer the fpze , ſo that 
ye may not ſcant ſuffer your hande therein, but firſte your 
cloth mult be ſod in Allum,and alſo dꝛyed, then put it in 
the warme dye, two oz thꝛee tymes, then after, if yee will 
haue it black oz light colour, ſo ye may vſe it, but befoze 
— your dye mult be warme, ere pe dye oz colour 
b ewie . 


To make a fayre ſanguine dye, 


Take vpon eche elle of linnen, ſixe galles beaten into 
poulder, and then take thzce gallons of water put into a 
tubbe, and put the poulder of the galles thereto, e ſturre 
them well togither, then laye pour linnen therein, and 
turne and wend it well. Then take and wzing it dye out, 
then let it lye therein agayne two * long, but a eth 

| . oure 


houre pe mu wing it, as beloze, and lay it therein again 
inthe tube, an as it hath layne two hourcs, ⁊ ſo wrong 
out, chen take one ounce of Allum, of the beſt, and tlnee 
gallons of water in a Kettle, and make it well and hate re⸗ 
dy to ſeeth till all be well molten, then let it from the tre, 
ald put pour linnen therein, do it as ye haue done befoze 
axapne twa houres lang, then after that take a panne, and 
put therein two gallons of water, and warme that lyke 
che other, then cake three ounces of bꝛaſil and caſt it there⸗ 
in, agapne let it ſeech a quarter of an houre , then take a 
good quart of water, and caſt it therein ſeething, and take 
a quart of that dye, and lay pour linnen therein ſir oz vii. 
pater noſters long, ſo that the dye be dꝛonke all in » ſapde 
cloth, then wꝛing it foꝛth and handle it well, then laye the 
cloth agapne in that dye, tolle it, and turne it and wend it 
well therein, and let it lye ſo long therin as afozeſayd, and 
ſowing it out, then take the thy colour and lap it ther⸗ 
— it lye therin a quarter of an houre, and ſo it wil 
be well, 


Alight red dye for ſkinucs. 


To dye a kapꝛe light ren, take xiiii. d2ye ſkins as they 
konte from Antwerp, and put them in che riuer, oz in was 
ter two dayes, and two nights, then take them out of the 
ſayy water, and put into a fat,a Rꝛttle full of unquenchev 
lyme oz chalke, and put o mache water thereto, as the 
felles maye well be couered therein, then ſtutre them wel 
with a ſtaffe alto gether,. and put paur felles therein, then 
turne and toſſe them well, ik it be in the lammer, it ſhall be 
yſtouugh to lye therein viii. days, c ye maT ech ti. dapes 
ſee vnto them ik it be in the winter, they mult lye therein 
a moneth, chen take pour kelles out, and hanx them again 
in the lozelaid riuers oz water thꝛe dapes, ⁊ thee nights, 


then after waſhe them well in a tubbe with luke _ 
lt ates 
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water, and ſtampe them with your feete, then after waſh 
them agayne in the riuer water as afozeſapd, and haug a 
Rettle ouer the ſyze with fayze water, and therin put tit. 
pound of Allum,and when it is molten in the water, ſee⸗ 
thing bot, putting in ſo much water that it may be no ho⸗ 
ter but your hãd may ſuffer ther in without ſcalding then 
fet it from the fy2e and put pour felles therein and ſtirre 
them well with pour hand ſo let it reſt a day and a night, 
but as ye go to bed you ſhall ſturre them once wel, then af- 
ter take pour felles fozthj and wzing the water well out, 
as your fclles do waxe ſomewhat dꝛye, ye muſt weat them 
agapne; then take foure pottles of piſſe that is ſtale, hang 
it ouer the fyꝛe in a pan, let it ſeeth well, & ſcum it cleane 
ſo long as any ſcum will riſe, then put in a pot full of bea; 
ten lacke, and let it therein ſeeth a little, and put therein 
ſo much Allum as a haſel nutte, and giue it therewith a 
bopling, then ſet it from the fyze, and let it ſo reſt till it be 
cold to ſuffer your hand therein. then put a glaſſe ful ther⸗ 
of in pour ſelles which be readie ſowd like a ſack, e bolde 
it tos aboue,+ with pour other hand hold vnder, and ſhake 
it vp and down as pe would bolt meale, do thus ſo long til 
the colour hath wel taken the leather, then turn pour fels 
about, but if it be faire ynough let it ſo be, if it be not faire 
pnough, put of pour ſayd ſubſtaunce againe another halfe 
glaſſe therein, and ſtirre it about as befoze,and then rippe 
your felles, and hang them to dꝛye in ſome hye lofte. And 
as they be dzye, ſo take and lay them a night in a fat with 
water, and next day taw them on a ſharpe tawing pꝛen, 
vntill they be all wozkemanly done, then they are well. 


To make leather red. 


Take an ofice of Allum melt it in a gallon of water, the 
take acalues felle & ſpzeade it on a rame, ſo it mult be rub⸗ 
bed al ouer with allum water firſt,then incotinent pe ſhal 

F. ii. ſtryke 
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ſerike it all outr with bzaſill water ,- am let it ſo dꝛye tn, 
and chen ſtrike it all ouer agaynt, and ſo let it dꝛye in like, 
but the colour oz dye muſt be made warme alwaies, when 
yerub thereon.But fp2ſt pe muſt make it weat with cold 

Water, and wzing it agapne out, and chen ſtretche it fozth 
on a boꝛd, and ſo pe map vſe it. 

The fozeſayd bꝛaſill water, ye ſhall make thus. Take 
thꝛee gallons of rayne water, and put therein foure oun- 
ces of na ill woad made in poulder, and halte an ounce of 
Mey alhes,calve ſape aſhes, with a little ſaffron. Then 
ſeeth it lo long till the third part be waſted, Then cleanſe 
that out, and the pot with rapne water againe, and let the 
halte ſeech away . Then is the ſtrength all out, and with 
this laſt mater pe ſhall colour firſt, and with the firſt was 
ter pc Hall dye ny colour laſt. 


To dye red felles. 


To dye red Leather, ye ſhall ſeeth Lack in bene ffraw,. 
and a curſp piſſe, as afozeſapd is. Chen put therin ſo much 
as two great beanes, and then take an ounce of bzaſil was 
ter, and ſo let them ſeeth together. 


To dteſſe Felles with golde. 


Co dꝛeſſe Felles with golde, take bꝛaune red, grinde 
it on a tone. wich water mixt with chalke, and lyme was 
ter, and therewith pou ſhall ſtrike pour felles twiſe ouer, 
then lay pour ſiluer oz golde thereon and let it vzye, then 
ſhall ye ſmoothe it with a tooth, and lo ſtrike it ouer, am 
then dype it inthe ſunne. 


To colour greene Felles. 
Tocolour green kelles, cake ſpaniſh greene, and _ 


Fol.43. 
it vp32 akne with wine Aineger, and ſan? ſaf:on.tem? 
per chis with gumune water and lp.ne, and lo ſtrike youre 
tſktancs therewith. 
3 
To gplde on leather. 


Pe ſhall onerftrike your leather thziſe with whites of 
egges, and gu:nne water, then lay pour gold thereon and 
lick it well and fayze, oꝛ the pol tes ol harde roſted egges, 
mixt wich gum water and ground, the red and the gr aye 
ſkinnes ye may verniſh them, take a flat baſon, and put 
fire vnder,aud ſp2ed the felles thereon, and ſtrike varniſhe 
alſo ouer the ſkinnes,where it is coloured, but afoze you 
' ſtrike pour felles ſtrike it warme on the Baſon, and then 
let it dꝛye then ſmooth the colour all ouer euen, aud when 
it is dꝛie, then licke it, oꝛ burniſh it with a tooth,and as ye 
will haue it lay ze, ſo take an end ok a tallowe candle, and 
rub it on your arme from the hand to the elbowe, then 
ſtrike it all ouer with that parte of pour arme, and it is. 
done. 


Agayne to colour leatherred. 


Take the dye foz a red leather, and take an ounce ofbza* 
ſill, in a nealed pot, and ſeerhic till the third part be wa · 
ſted, but ſirſt waſhe pour leather in Allum water, oz in o⸗ 
ther water, but lette it not Iye long therein, la lette ic 
me, and put it therein, and let it reſt two dayes and two 
nightes on a tack, and then hang that leather in the ayꝛe 
to dzpe. 

I pe will haue it ſanguine, cake of vyne bzaunches as 
ches, and make lye thereof, and with this lye, ſcech pour 
3 and ſo pe map colour red therewith. 


F. lii. To 
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To colour leather greene. 


Take an ounce of Equiſetam, in Englich hozletaple, it 
is an hear be growing in low placcs 02 medowes put ther 
to ol olde ſtanding water, with a quantiticof Illum peus 
der, wich a little copcrole beate in poulder, ſo vſe it. 


To culler a blue leather. 


Firſt yon ſhal take an ounce of Endix, ſo calde in duche, 
wich one sunte of chalke. and a pottle of Uinencr.,o2 good 
ſharpe lye, then put all into a baſon, and there pre it all 
well together, fürſt ycur felles muft be made redy thereto, 
as afoze is declared , then put your ſtuffe thercon, and 
ſo —— it as the other, and it wil ſhew a lapze blue element 
colour. 


To make afayre red colour. 


Cake pour leather which is allumde befoze, then take 
ofolve piſſe,ot ſuch as vſe todzinke much wyne, and let it 
ſand til it tinke, then take the cleareſt thercof, and ſecth 
it til the hall be waſted,then take two ounce of lack, with 
one part of bꝛaſill, a part of Allum, i a part of Salarmonia- 
cum, beate them altogether, and put them into a pot, and 
ſec it ouer the fire, and ſtix it wel with a white tick, vnt ill 
the lick ware red as blood, then take it oll, q colour ther⸗ 
with luke warme. | 


2.4 Anetlior fine red colour. 
Take halfe an ounce of bent poulder; and half a pottle 


of old water, ſeeth them together, and ſcum it well, then 
take a little allũ, which muſt be firſt kild in clay, fir li _ 
t 
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it from the kyze, and then put in your laid allum ſo reſerue 
it, and vle it as che other. | 


To make alight blue colour, 


Take the flowers of the blue bottles among cozne, and 
pick them off, chen grynde them on a ſtone oz mozeer, and 
put therevnto a little viniger, then temper it with allum 
as afozeſayd,lo ſhall ye haue a fayze blue colour, ſo map pe 
* it incontinent fox it will nat laſt long but hon ca⸗ 

our. 


To make a wiute leather blue. 


Take heng arten beſien, ſo calde in dutche, which J take 
to be the low elder, talde Dane wozte,ſcech che ſapde ber⸗ 
ties in water, then with your hande ſtyꝛre them well as 
bout, and alſd bzeake them ſo done, then ſeeth it agayne a 
while, and (0 let it coole, and being warme, ſtrike all ouer 
pour leather once o2 twyſe, oʒ as ofte as pe ſhall ſee cauſe, 
then take of Endir, ſa calde in duche, and ſtrewe of that 
pouder ee it in, and ſo it wil vo well. 


Another way ſorred leather. 


To make pour red, take a pdund of Paſherumps with 
a little of vnquenched lyme, then put thereto a pottle of 
water, and let it ſtande a night, then take two partes of os 
ther fapze water, and a thirde part ol chalke water. with a 
quantitie ot bzaſill, then put all the ſapde ſtuſfe into a legs 
den pat, and let it ſeeth till che halle be conſumed, then it 
will be well, and pe map vle it as the other. 


To 


Felt. 
To make a preene colour. | 


Take the leaues of an hearbe calde night ſhade, then 
ſtampe oz beate it inamozter of ſtone, ſo temper it with 
Allum;and'focolaur your ſkinnes therewith, alſo ye may 
rake of the grrent berries ot the greene bery tree (which 
che paynters vſe) ſtampe them and ſo let them reſt ten oz 
twelue dayes,thenſtrapye them , and put Allum water 
ther eto, and ſtrike your (kin:herewich, but . make it 
warme, and ſo vſe it. 


Another good greene. 


Take one part ofthe fozeſapd lowe elder kenne and 
ſeeth them in ſufficient water, then put therein two oun · 
tes of bzaſifl poulder, and an ounce of walkers tlape, with 
A poetle of olde water, let al theſe ſeeth a good while toge ; 
ther hen put in pour braten allum, but not afoze, ſo ſhall 
it be a faye colour as the other. 

If ye will haue it amoze darker colour: de muſt theres 
with ſtrike twiſe all ouer pourſkinnes : to haue it a ligh · 
ter colour,. then pe ſhall e it with olde rayne water, 
and ſo vſe it. 


To colour blacke Leather aſter the order 
in Germanye. 


To colour leather black;ake a herring barrell, and lay 
it thzee lingerg thicke in che'bottone with elder barkes, 
then take ths lilinges ol pꝛon, and ſtrawe it all ouer the 
ſapde bar kes, then take as much barke of elder agayne, 
and lap it therein, and ſo likewiſe pour filings thereon as 
bebe. Doe thus, till the ſayd barrell be thzee * 


filde,and hath taken to the quantitie of foure pottels, 
3 
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moꝛe ol the fplinges, then take ſo much ol rayne water as 
will fill it vp to couer it all ouer, ſo let it ſtand a month 02 
that ye doe colour therewith, and euer as it waxeth emp* 
tye, ill ic vp agayne with filinges, and rayne water as be- 
foze, in letting it ſtande (ſo ſilde) a month after , and al 
wapes let the laſt couer be the fillings aboue, and when 
pe liſt to osſour therewith, vnto thee pottles of: colour. 
ye mult haue iiii. ounces of beaten galles. and two oun · 
ces of coperas water, then let it ſeech together befoze pet 
dye, that pe map caulour ord arne * 
erer et 1977 Fae 


To par av bite — * 


Firſt take pour ſkinnes and hang them in lyme water, 
till they ware ſupple, oꝛ in chalke water, and when they 
be well ſoked, it ye will male haſt of them, firſt take ot the 
heere, and elenſe it gut ot the fayde water, ſo that all the 
ſub{aunce -afozeſapd be raken foxth of the felles, and bes 
ing clenſed then a dap 02 moze, then wꝛing the ſayde was 
ter all cleane foꝛth, and let them d2ye, and to vr..felles 
put got-aboue tmo ounces of Allum, and lette your felles 
le therein a nighte and a daye, then ming them and 
them. them well vntil — be all err and then: vio; 
them 


a Auonber . red colour, 

Eike a llt 0 felles;md weate them in Allumwater. 
and lalt mingledtagether,and to ilii. ounces of ſalt, take 
viti. ounce ot Allium to the wearing of your ſapde felles, 
and alſo two ouncea of lyme, then ſeeth all in two pot tles 
of rayne water, then ſtrayne it chozow a linnen cloth and 
walhtherewith what fell ye will, then ſpꝛeabe it aooade 
0 nen take a Wr ꝗ— 

ico2, 
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lycoꝛ, ſtrike the ſapd felles all ouer, and fv let chem dzpe. 
Then they will be ready foz to receyue pour colour, then 
after that take at the leaſt foure ounces of the [yco of the 
laſt end of a bzewing, with two ounces of bzaſill poulder, 
then ſcech all theſe in two pottles of the lye of ſope aſhes, 
with one ounce of Allum,and when it is well ſod, take it 
ol the fyꝛe, and all coftrike your felles therewich, and the 
let it dꝛpe, and ſo they ſhall be ready and ſoft withall, and 
here pee multe vnderſtande with what colours pee ſhall 
ſtrike pour felles withall, which is, with the red and with 
blue. and alſo greene,foz theſe ſhall chie flye abide and not 
go off, alſo to weat pour felles, where linnen yearne hath 
vene ſoked in, it will be line wiſe very good. 


To colour a black ſpaniſh leather. 


Take of Pomplemelc, ſo calde in dutche, and make it 
warme, chen wache pour kelles therewith till the whyte 
tome no moze off, neyther fozth thereol, and to a (mall tell 
pe ſhall take foure ounces of Venis tot appelen, ſo calde in 
dutche, chen beate it a little into peeces, and caſt of fapꝛe 
water thereon, and ſeeth it till it ware ſoft, ſa that ye may 
wing it betwixt pour hands, then ſtrayne out the water 
thereof,if it be too hote, take a bꝛoade earthen panne, and 
put the ſayd lico2 therein, then ſpꝛead your ſkinne abzove 
and dip pour felle therein till ic be well weat, doe it ſo iii. 
02 iiii. times, then take good ſhoemakers colour, oꝛ black, 
ſo much as pe ſbal think good, the which ye ſhal make the 
fell thozow mayſt withal, x put thereto a little vitrial co- 
poꝛas, then wꝛing it wel fozch,+ lap it together, and let it 
dy ſoltly, then take it o it be thozow dpe, and wing it 
between pour hands, fo; ſo it will be ſolt, do ſo oltt times 
and when it is dꝛye, take of Gooſe greace, oz hogs greace 
in a woollen tloth, and rub it therewith too and fro à good 
ſpace befoze a fpze, oʒ by a hote ouen, ſo rub and chale 

we 
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well in with your hands, that the greate be uct ſeene, Of 
both,Goole greaſcis the better, then Linſeede ople , oz 
ſboe makers trapne. 


Another way for black leather. 


To make a black leather, be it ſheepe oz other. Firlt take 
pour leather and ſtretche it, then ſpzinckle it well oute of 
your mouth with water, then take pour tawing ſtocke, & 
taw it well therewith, alſo rub and chafe it together with 
your hands as ſhomakers do, c dꝛaw it well with your pa 
ring vꝛon, thẽ put it on pour dꝛeſſing boꝛd, e ſtrike it with 
a woollen cloth til it be al euen,# then ye map colour it, x 
when it is well coloured then wzing the ſapd colour oute 
of pour ſkinnes, ſo put it in agapve into the ſapde colour, 
ſo do as pe did befoze,at the firſt time it muſt bee alwaye 
twiſe coloured, then hang it in the ſunne and let it dzye, 
then pe ſhal take it agayne not being thozow dꝛye, rubbe 
it and ſocolour it agayne,as befoze. If pee haue it verye 
ſoft : rubbe and chafe it betwirt your handes euer before 
pe colour it, ſo being well dyed and coloured, which at the 
leaſt muſt be v.oz vi.times ouer . Thus pee multe doe — 
ſheepe ſkinnes,which alſo muſt be dꝛeſt with all 
when pc lap pour colour on them, then take lyn 2 
and with a woollen cloth, ſrike pour dzeſſing pzon there» 
with and when pour ſkinnes be thereon well cawde, then 
take of your flcight colour ox dye out of pour fatte al cold, 
and coloure pour ſkinne therewith once after your ſapde 
linſeeve oyle. Then put it together. and wzing foozth the 
ople and greace therein and the colour alſo, and being wel 
wꝛong out, lap it together, and colour it once againc, and 
being thus coloured thzee tymes auer, then take and dye 
it, and ſo it is done. 


8 .li. To 


f 
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1 


To gilde on Leather. 


Firſt ye mult woz te it well, and ouerſtrike it with the 
whytes ok egges and gum water beaten togeather, then 
lay pour gold thereon, and ſtrike it well, ye maye temper 

therewith hard yeolks ok egges beaten with gum water. 
The redde and greene ſkinnes ye map verniſh, as to take 
a baſon with a ſmoothe bottome, and put coles vnder, and 
then lape and ſpzead pour ſkinne thereon, ſo ſtrike youre 
ſhinne all ouer with verniſh, but aloze pe ſtrike it ouer (on 
the bottome of che baſon oz pan) pee ſhall firſte rubbe and 
warme pour fkinne all duer on the baſons bottome, then 
ſtrike pour colour all ouer thereon, and ſo let it dꝛye, and 
being dꝛpe, ſmooth it with a lleke ſtone, and ſo pee (hall 
make it fapze. 5 . 


To make a lye to dye a blue. 


-'* When ye will dye a blue, pe muſt make a ſtrong lye, 
and pe mut take twiſe ſo many aſhes wich a third part of 
chalke, then make it ſeeth foure paternoſter whiles, then 
calt thereto of cleane ware;whiche will make it clarifye 
che better, chen et it ouer the fire, and let it there ſoke two 
houres oꝛ thereabouts;then put into a pan tte pounde of 
woad, and put it to the ſayd lye, then hang it duer the lire, 
and warme it well without ſeeching, and then put it in 
ſome hearing veſſell, let it remapne there halte an houre, 
then taſt therein halle a pinte ol Zemes, ſu calde in dutche, 
and ſtirre it well with a ſtaſte, then couer it wel the ſpace 
of a quarter ot an houre, and then it will be god and redy 
to dye with, then tale ol linnen pearne, uz woollen cloth, 
other fultian oz Oper: to haue it alight blue, put it but 
onte in, and to haue it a little bʒouner, put it in twyſe,anv 
to haue it moze bzowner,put it chaiſe in, oz ſo long till 11 
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ſee it bꝛoune pnough, and when pee haue dyde what pee 
pleale, let the veſſell reſt till another day. Ik then pee will 
dye moze pearue, linnen 02 woollen, then maT che dye be 
takten out of the veſlell, and put into a kettle, and put ther - 
to foure quartes of lye, as is afozeſapd,ſo couer it wel and 
let it ſtande one houre, then put thereto halle a pounde of 
grening weede, and hang it ouer the lyze agayne, and let 
it colour well withoute ſeething, chen caſt it into the vel⸗ 
ſel with a pint of Zemes, and couer it well, and let it reſt a 
quarter ot an houre, and then put therein agapne to dye 
what ye thinke good, and colour it as is afozclayde , alſo 
when ye doe let and pꝛepare pour fatte, pee muſt haue to cs 
mer ounce of en weede, one n of good le. 


4d eee colouror dye: ablack. 

Take a veſſell, and put in colde gall water, then laye 
pour fulkian therein, ſtyꝛre it and handle ic well therein, 
and then put it into the black dye, and tolle it and handle 
it well therein alſo, and then agayn in the gall water, and 
__ in the dye „ doe thus-ſo often till it bee dyed p⸗ 
noug 


Todyea fre yealow colour; as Golde. 


\Layfirt por ine nllumiwaer fore owers 4 
one part of chalk, and twa parts of mood 
rhenmakea pe cereo.aneechpour ve therewith al 
ſothe belt lye to vye with is, to take two partes of wood 
aſhes,andone pare chalke;workenmwule ras yer ſhall 
perceiue belt. 


To 


Fel. 5 2. 
To dye Fuſtian gray. 


Cake ot hay aſhes, and vyne aſhes by themſelues, and 
make a lye ther cot, then put pour fuſtian there in the hay 
lye, and then in the other lye, do it thus ſo long till pee ſee 
it all coloured ynough, with theſe and ſuch like pee maye 
= 2 gray, but yeemuſt put thereto a little moze of 


To dye blacke ſilke or veluet. 


Yee ſhall firſte ſoke pour ſilke in gall water an houre 
long, and then let it dzye,then ſhall pe laye it in the lye of 
ſaeche meale, (ſo calde in dutche)and with aſhes of vpnes, 
and lap it therein xii. houres oz moze;then let ic dzye wel, 
and after pe mult ſeech it in black dye two oz thꝛee times, 
til chat ye thinke it be fapze pnough, 


SULY 4 | Todye a ſilke that hathloft his colour. 


Take Satten oz Damaſke that muſt bee made black, 
ſeeth it fyzſt in the dye of Dken barkes , then dꝛpe it in 
the wynde, then ſeeth it agapne in pour black dye, and ſo 
let it dꝛye alwaycs.avyapne. Aud if then it be not blacke 
- pnough, ſeeth it in gall water and black dye, til it be fapꝛe 
pnoug h. ſo let it me, then rub alloner with butter, 02 o⸗ 
ther groace -, and wing it well betwerne pour bandes, 
1 ——— woolen cloth, and it ſo wil 

wel. $54 in. 


| To make a gray Fuſtian. 
- Firſt lay your Fuſtian to ſoke the ſpace of iii. 2 
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then to viii. elles of Fuſtian, take two ounces'of bzoken 
galles, aud put them into warm water, then put pour gal 
water into another fatte, with eyght quartes of freſh wa 
ter, then lap pour kuſtian therein, q ſtirre it wel with your 
bandes therein, toſſe it wel, x wing it fozth wel, laye it 
therein agayn one honre,+ ſo wing it wel fozth, then hut 
it into the black dye, and lap it therein another houre, ſo 
wing it wel, then ſcoure it in the fap2e riuer water, and 
then hang ic to dꝛye if then it be not gray pnough, ſoke it 
agayne in fapze water, and then put into pour gall water, 
and then the black dye. then ſcoure it and dye it, ſo burie 
it and dzeſle it vp, and ſo it is done. 


Black ſilke to dye. 


To one pound of ſilke, take pii. gall nots beaten into a 
fpne poulver,then ſeeth that ſilke with the galles in com- 
men water, halle an houre lung, then tale of pour blacke 
dye, and ſeeth it therein another halle houre, then take it 
fozth, and let it coole, and then put te agayne into the dye, 
and let it ſeeth therein another halle houre, if then it bee 
not fapze ynough,ſeeth it therein til it be fap2e; then take 
—— it out of that colour and hang it tu dye, aud ſo 
N done. 2 , 9. | 


To colour curried ſkinves greene,or felles 
e to couer Bookes. 


Cake the buds of white & black thenn, which ye mulk gas 
ther in the moneth ol Augult, when they beginne to ware 
rype and blacke, put them im a well leaded pot, the ſpace 
oftenne dayes, then put thereto foure ounces of Allum, E 
bople them together well, then putte it into a poudzing 
veſſell of Beefe oz Pozke,and cloſe it well that it 1 
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wynd cher ſet it a little in the ſunne, and when ye would 
colour therewith, take a little ofthe ſapd coloure,+ myre 
it with ſome lye, and warme it, and then ſtrike it on the 
ſuinues, and pe ſhal lee a fapzecolour. Alſo take Lincaile, 
oxtamhor ot Latine, honp, anu mixe them together in like, 
aud yu thereco pill, ſo much that it may take tolour, and 
alld ſkapue the ſkinne;any then dꝛye it in the ſhade: 


To make a 2 colour on nden 


Take the rype.ſceves of nnd calvi in french, dꝛy 
them in the ſunne, and when pee will wozke therewith, 
temper it with lye,and with a little allum of the Rocke, 
and let it reſt till it be molten, the whiche will make it to 
ln a yealow coloure,but the le 1 firſte 25 rr a 
* 2 ; 


7 rain + 19: TOS f 7 * 
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Cake a quantitit ot᷑ biełen o bʒuſed galles, 10 bopfle 
them in water in a ſmall potte, and when they haue alit 
tle boylde, take out al the alles, and put into the ſame 
pot ſo much Cdpe role as vc haue had bf galles, and put 
therewith a little gumme of Arabpe, and then giue it a+ 
gapne another boyling, ſo let it boyle a little, and with 
the ſayd dye, pet ſhall colour therein your thzeed, then 
take it foʒth, and pe ſhall ſee it a fapꝛe ſhining black, 


nun Toidyetlibedd prope Co: 
1 OC: e aa makes Are ls. T 
in of che fapv dlackvye;formch as pe liſt; and fc 
therevnro Halfe ſo much water, moge oꝛ lelle as pee will 
re. pour colour deepe 02 ligbt. Then bople pour thꝛeade 
ertin and vdu wal haue it gray as xe lit, oi hen biewne 
ter, other alter a mouſe dunne. 1 
0 
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To dye thread i in {ad purple colour. 


Take the barkes of Pomgranavs, the pilles of dzyde 
Dzanges, then bople them in water with a little — 
as great as a ſmall nutte, chen let it coole, and when 
colde, put 1 thzead therein, and 2 tt agapne;a 
kao are colont. g 


For to cumie 2 raw Ell Nina, 


Cake a gotes ſkinne 0 put it tu warme water; 


n a 
e m 


eerie 15915 11 

e fy2e,and reſt 1 1 . xt W 

ate it 8 1 ut pour g 
ter „ andUirre it wi al; 191 


yo vert 0} foure times. pp la it (hal! 1800 
d welcurriev. re times. app ſo it Pal br 


To dye ckinnes in a blue like azure. 4 


Che wool! being cleane takenof, and be elle waſhed 
rleane in fayze water, lo wing it al dut, then ta i g the be⸗ 


ries ot the greening en papnters vle, an 7 
then 
relt, then hour e away the vp⸗ 


of elder, ſeech them 1 r of Allum 

ſtrayne that —. * let 

permoſt, and ſcrayne the reſt 1 ent it dye. = 

1 8 are water, but 4 — your 

lean then take yout clo colour,and ſtk the your felle wr 
et 


thrrewith being WOT fo 12 it n will 
Lood blue. ee . 


ſtyʒre — 


rel s. 


To dye ſkinnes with Madder, called Kubea tincto- 
1 | zum in Lating, ny | 


=x teadyt Gt and wong 
„ e and (0 bern ae hall yee weat it afl os 
tet w ee betein bape Salt 
haue bene bopled, and i — fob "th! molt then 
take the aſhes of the ſhelles of Creuis, oz Seacrabbes, 
and temper it with the brave water and ſalt, and ther⸗ 


et allot 


reg tubbe your {kiunes ; 72791 rhem well 25 with 
* ie wg ith 
nil or lat 
5 

, ge 


A good greenery greene ſknnes, +. 


Fake: and cle 8 ſoke 
oe wa hen bertles-of the ſap 
ez and bein 4 9: hee 

em, and ſo let Kemer! 217 dapes, then put 

Tung — water a Wa ben bopke them wich a 

oft ſtre, in lyꝛring them ſklll. chen if y x will haue it lighte 

ene. put to but a little alſum ⁊ the lader greenync too 

leave ne 1 mak ic but a by jet 

may fold you in the miovesk, and rub him an 

pen fides Weretbich and then toith a little poulder of als 

um, chen take aſhes 8 of ſheepes dung , and all _ 
x 
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rub pour ſapd felles therwich on bath lides, then rub him 
with the ſapd coldur egapue all ouer, ſo walhe him with 
fapꝛe water and let him ſo dzye,but finely wzing him out, 
tben ſpꝛead him, and caſt ofthe fozeſapd thiniie colour, all 
ouer the felle,auv lo let him dzy,F+ it wil be afine colour. 


"Aﬀeightery berge with the - appe benie. | 


Let your kkinneg be ürlt innointen, g wel waſhed, and 
ſo mong faꝛth, and then ſtretch them as the oꝛder is, then 
us of c ſap berries al e 10 0 r 
with roc a little bo 4 
giue your Hane a 1 Half then let it ah, 
then gine him a colouring bar yealow, made or the lay 
berries, ſod wich allum water, and agayne of ſaffron, then 
let it dꝛyt, and pe hall ſee a fapze colour. 


Another greene for ſkinnes.,. _..,. » 
Pour ſkianes be Te. ted, waſhed and\pjead, ye 


£0 dur bim with niet po ſappe Eten. and put 
hi hw a ud ce let hee t 
being wathe agayn,ftrike him auer with Jus 


Nan 9 1 ah, umtthen let it dp. chẽ ſtrike 
dim ouct with the fozeſayd yealow,and ſo pe ſhal * A 
fapze excellent gretnecolour. 


| Toche accimoſine. colour. | 
Suche bord ſope bo melt it i water, g put 
pour Mk e thin c bag 15 t into 


the Kettle to che (pen, (water, ert let it boy fe an 
holte ſpate, but ur it bft Ho buridag.t ah 
ſalte water fpyſte, and after in freſh water, foz ech pound 
of lilke, take a pound oz moze of Date „lapde ſufficyente 

ol m 
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in colde wat er, and therein put your fff without the bag, 
and let it reſt therein viii. houres, chen take and waſhe it 
in freſh water, then wing it e put it in the pan to p crime 
ſine colout, being wel ſtampt & cleane, take iii ounce,any 
boile it with ſo mach water as wil couer pour ſilke foure 
fingers aboue in water, and to ech pounde of crimoſine co⸗ 
lour, put tos thꝛee ounces of galles in fyne pouver, oz in 
ſteede thereof pee maye put in halle an ounce of Arſenic, 
which is not very wholeſome becauſe ofthe fume, noz the 
water thereof, and when it boyleth put in your filke as a⸗ 
foze prepared , ethere let it bople a quarter vf an houre, 
rhe wing it alictle,anvvzyeit in the lade, and ſo it wil 


Jo die a black after the common ſort of che coun- 
trey women. * 


They take ſo much water as wil couer the hoſe, 02 o⸗ 
ther cloth, but ficſte they al to ſtri te their hoſe oz cloth, 
vich fwart of the grinvſkone, then they laye aldet pilles 
bei erg of the vellel, thereon lay pour cloth 
alm thenpilles theredh'agaytie;chen lip pour hoſe 
thereon, g pilles thereon agapn, ę chen couer al with wa 

t, ſo let them boyle ſoftly two houres ſpace , and turne 
pour cloth often therein, chen ſee tf it be black ynough, if 
not, take new ſwart, and pilles, and vle them as pee did at 
the lürſt, and ſo boyle them agayne til they be black, then 
ſcoure and waſhe them out, and it is done. Some women 
doe take (in ſteede of alder) plumtree pilles, ſome blacke 
thozne, and ſome yongokenpilles,any oke apples greene, 
and ſo dyes with chem in like tale, oz the tender ſhewts of 
bzachyyers,o2.creene walnut huſkes,al theſe are goon in 


How 


Pure, 


ſommer to dye with. 
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How to harden Fron and Steele, and 
alſo to ſoften, ro ſewder, and rogylde, 


To make Vron or ſteele as foſte as 
copper. 


. ke achalk ſtone vnſlect, with as much allum, 

8 7 *firlt ſtampe the Allum verpe fine in a mozter, 
2-11 1 zen take your chalke and mingle therewith, 
2 hen ſpꝛead it halt a ſing er, oꝛ a finger thick, on 
a linnen cloute, and wꝛap pour pꝛon therein, whiche pee 
would haue ſoft,and lay it in the middeſt of a ſpꝛe, there 
let it lye an houre 02 moge, till the fp2e is out and bee all 
cold ofhimſelfe without any other thing done to it. Then 
ſhall pe take out your p20n oz ſteele, and it will be as ſoſte 
as it were right copper in his hardneſle. 


Another way to ſoſten. 


Another way foz the ſame, take only a white fyze tur ſle, 
and lay pour pꝛon 02 ſteele in the middeſt thereot, and lap 
it in the fyze,and let it lye there ſo long, til the fy2e do go 
fo2th,anv ware colde ot it ſelfe, then take it out, and it ſhal 
be as ſoft as neede ſhall require. 


To make Yron ſoſte. 


Cale the water, oz the iupce of Rafany,which I take 
to be the Rape, then heate pour p2on hote,and quenche it 
therein, and it ſhal become ſoft agapne. 


H.ii, Another 


Fal.66, 
2 nother way to m ake yron ſoſt. 


Take of Sope aſhes, and k eyther he 
then make a lye thereof, whiche lye pee ſhall ſtrayne nyne 
tymes thoꝛowe aſtrapner, then take other pꝛon oz ſteele, 
and lay it therein one night, and it will be ſo ſoft pe may 
eaſtlye cutte it, will pee then haue it harde agapne, 
ſo quenthe it in colde water, and it e waxe harde as 


er 4 16.4 


Another way to make yron or ſteele ſofte. 


Take the yelow flowers of Marigoldes, wich the ſtele 
and bloſſome,Kampe the flowers, and trapne it thozowe a 
cloth, and put that tupce into a pot, then take the yzon oz 
ſteele that yewill make ſoft,and as red hote as pee canne 
doe ſleke it in that tupce, and it will bee as lofce as Cops 
per. 


Another way to o gts 


Allo tale flecken aud long waumes out ol 1 of 
echealtke,and a thyꝛd part ol faite ;: then take an carthen 
potte , and make it full ot᷑ holes in the bottome lyke to a 
ſiue, then take the ſalt, and ſalte the woynes into the pot. 
Then take another potte, and ſet it vnder that pot, then 
will that ſalt melt with the wazmes,and runne into the os 
ther potte , and that in the vnder potte pee ſhall keepe, 
then lap a ſtont on that pot, and make it to ſeeth well, and 
ſcumme it ſwlong as any ſcumme will ryſe, then take it 
from the fyꝛe that it may coole then ſeumme that off a- 
boue, then make pour ſteele red hote as fyꝛe, and (8 
quenche therein, which pzon oz ſteele a man may bow like 

. as it were copper:then to make it hard, heate it red hote, 
and 
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and quenche it in colve Watergndye pal thinke | it wer? 
fine ſteele. 


To make yron ſoft, . 


Take an hearbe calvin Latine,Vngula cabellina, it is 
aclote,cald in Engliſh bi ſome Coles foote,oz Buls foote, 
take and make a water therof, and make pour y2on redde 
hote,whiche pee will haue ſolte, then quenche it in the 
ſayde water, and it ſhall become ſofte , that yee mape 
ther it fo2 your r purpoſe, and ſo harden it agapne as the u · 
ther. 5 


iry * 43 | 4 164 70 
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" Take Sleckenbidhbidvathes. 8 it wich 
ftrong wyne Uineger then make pour yon 63 — 
hore, that yte wñl baue bolteſſ anvquenche it in the fayde 
iuyce, and then it ſhall bee ſofte like the other, and to 
make it harde W N —— colde wa⸗ 

ter as before, 


To make Stecle ofCheitllofe 


Takeofonquenceyyme as much of ſope albes, # | 
thereofye wal make a de üer is, pee 
fhall ſtrayne it chozow a ſtrainer ix. times, then take pour 
ſfecle 02 criffall,and lap it a night therein and a daye,ſo it 
ſhall be very ſolt, if pe wili haue it hard agapne, ſo quench 
it in told water as ihe other aforeſapd. 


who 55 - Anorherway 19 aten p 


Take your pꝛon red 1 then quenche it in Linſeeve 
Ople, doe this lo olten till pe ſhall perceine it to _ 
pnougys 


— 
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pnough,and another ie 
your pon hote,and q 


Agayne to make yron ſoft, 


.  Takeofclay,and lappe it round about pour pzon wich 
& went cloth, then lay it in a hote fy2e of coles,o in a fyze 
2 , (o lette it Ipe cill hee coole by him- 


eghe blooy of Eeles, and make 
e therein. 2 


Another to ſaſten yron. 


Take the iuyte ol an hearbe calde in latine Marubium, 


in Engliſh Hoꝛebgum, with the iuyce ol gherwe, ſo calde 
in duche, which J take to be Henbane, and alſo the iuyce 
of Radiſh, and mixe them with Anuauite, then quenche 
therein: and when pee will baue it barde agapne , then 
make it ted hott as belege, aud duenc he it in tolde water, 


3 
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Take and make blacke flintes into a fine pouder, and 
grynde it well vpon a paynters ſtane, th put it in an yꝛon 
panne, and make it red hote, then caſt it on a marble ſtone, 
till it be nyr colds, and 


*# + - : 


nye in the day, then the night out the water, 
that yeſhallfinde in the glaſſe aboue thereon , then take 
that pouder, and grinde it with the water, and put it in a 
ſtillatoꝛp, and let it ſtille out the halfe , then reuerſe the 
water agayne vpon the poulder, and ſtiſl it agapne with a 
bolt kre, ehen takt anp ſcerb thac water kill the halfe bee 
waſted, lo dons: thentake lome yꝛon blade that is newe 


bjoke 


— 
* 


waagen hen agree ahadele gau while, 
of the water which was ſod to the halle, + with 
— p it fyzlt on the one ſie ofthe blave, and then 
that water is colde, then lap it on the other lide, and it wil 
ſowper faſt with that water -1:: 
Aud with this water ye may waksſtteleas ſoft as ler, 
oz butter, e comake thertul wich toolen, — — 
ve liſt. an —— 
Caute, annoynted wherethegreefe is, x 
it wil ſaone remedy it. With this mater pe map made let 
dane St fir ye wich wer ere wth 
2 


fayzecolour like'golve, thus pt 
grynde any colour pe pleaſe with your ſod⸗ 
ena dee 


To make Steele'r ryron fok, | 


" Kukathe perfor ampana Rrappee, then 
N —— — 


warae,make your pꝛon ox ſctele rev hate ann gututhe 
therein, 2 ——ß5 ers, 


ſoſt, and dom like man take oyte, and 
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. Orequnmi it with 
Larne ans pile, wich the ſupte of Nettleꝶ, ethe uf lyke 
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pnouch,and another is, take the blood of Eeles,and make 
your pꝛon hote, and quenche therein. 


Agayne to make yron ſoft, 


Take of clap, and lappe it round about pour pꝛon with 
a weat cloth, then lay it in a hote fy2e of coles, oꝛ in a fyꝛe 
- — turffes , ſo lette it lpe till hee coole by hun⸗ 
| g. | | 


Another to ſoften yron, 


Take the iupce of an hearbe calde in latine Marubium, 
in Engliſh Hoꝛehoum, with the iuyce of gherwe, ſo calde 
in duche, which I take to be Penbane, and alſo the iuyce 
of Radiſh. and mixe them with Aguauite, thenquenche 
therein:and when pee will haue it harde agapne , then 
make it red hote as befo2e, and quenche it in colde water, 
To make yron as ſofte as leade. 

Take and make blacke flintes into a fine pouder, and 
grynde it well vpon a paynters ſtone, thẽ put it in an y2on 
panne, and make it red hote, then caſt it on a marble ſtone, 
till it be nye colde, and then agapne make it red hote, then 
let it coole, and grynde it ſo long till it cleaue to the ſtone 
and grynder lyke clav, then put that in a glaſſe, and ſet it 
vnder the eaues ol a houſe, where the ſunne commeth not 
nye in the day, then the night after take out the water, 
that pe ſhall linde in the glaſſe aboue thereon , then take 
that pouder, and grinde it with the water, and put it in a 
ſtillatoꝛp, and let it ſtille out the Halfe , then reuerſe the 
water agayne vpon the poulder, and ſtill it agapne with a 
ſoft fire, then take and ſeeth that water till the halfe bee 
waſted , ſo done: chen take ſome y2on blade that is _ 
zoke 
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bꝛoke in wo, put it together e holde it ſo a little while, 

then take of the water which was ſod to the halfe, & with 
a fether [ap ic fyzſt on the one ſive ofthe blade, and when 
that water is colde, then lap it on the other ſive, and it wil 
ſowder faſt with that water. 

And with this water ye may wake fteele as ſoft as lead, 
oz hutter,# to make chereof with cooles, as in ware what 
ye liſt. Allo this water is a ſouerapne thing to helpe the 
gaute.it᷑ there with it be annoynted where the greefe is, x 
it wil ſoone remedy it. With this water pe map make let 
ters on p20n oz ſtecle, co mite with a water thereon with 
your pen, Then after take of the vnſodden water, and put 
thereto ſome ſaffron,and grynde it together, and then 
dzaw thereon what ye will with other water, and ſo let it 
d2ye,which ſhall ſeeme a fapze colour like golde, thus ye 
may mire and grynde any colour pe pleaſe with your ſod⸗ 
den water, and it will ſhew in like fapze. 


To make Steele or yron ſoft, 


"Cake the wyceof Qemlac,ftamp and ſtrayne it, 2 
put vnto it of neates Oyle, and ſo warme it, and beeing 
warme, make your pꝛon oz ſtrele red hate, andquenche 
therein, and then heate pour vꝛon agayne thꝛee oꝝ foure 
times, and ſo quent he therein til ye ſee your pzon became 
ſoft, and dow like lende, alſo ye may take oyle, and moppe 
ines it molten leade tinee oz r therin quenche 
your pꝛon oifteelealſs. © 


: Tomake yron orficelaſo ſofchar ye maye ca- 
eb guns 57 wreath id 


Tate the gall at a Bull o of an Din nn mire it with 
Nermee and piſle, wich the iuyte of Nettles, eche of lyke 
ren make pour W 02 pz0n red hote, and . 

quenche 
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quenche therein, and ye call ſce expertence. | 


Jo make yron ſoft another way. 


Take Saluiter, Uitrioll, in paulder made and well 
beaitu together i then pee ſhall diſtill them in a Lymbec 
of glaſſe. Chen take the ſayvviſtplve water, and pour ps 
rau which pe would haut ſofte,lay it therein a day and a 
night, then take out your pꝛon, and couer it in hate hozſe 
dongue, the ſpace of fifteene dayes, then wozke therewith 
and pe ſhall ſee erperience;'Allo in making yourpzonrey 
hote, ye may quenche it in Dre vongue,0oz Cowe dongae 
mirt with houpe,anv Ople olyue. Then heate it and ſo 
often, quenche therein, and ye ſhall ſee it will be ſoſofte, 
that ye may make oꝛ wozke with it at your.pleaſure. -- 


Another good way to ſoſten yron. 


Take hony and ſcymme it cleane, and then take of freſh 
nem gotes piſſe, a quantitie ot roche Allum, as muche of 
Burras, allo of Dyle olyue, and ſalt in like poztion, then 
mixe them all wel together, and make pour pꝛon ten hote, 
and ſo quenche therein. I: 

Agapne, when ye would ſoften any pꝛon oz ſteele,fitffe 
holde it ouer the flameof the fyze til it be hote, tht ftryke 
it ouer with ſuet oꝛ other greace,then holde it oner þ fire; 
and let it dꝛy in, do ſo twiſe oz thꝛiſe and it will be ſoft; - | 
Alſo take ot hozne and ſcrape it vpon leather, and put 

therets Salarmontiac, and pille thereon, then turne your 
vꝛon theron being hote, til it hath conſumed pour leather 
and ſtuffe, and ſo it will be ſoft. | 
Like mile take of Salarmoniae;of vaſlecclyme,ofeche 

like, ol Uenis ſape moze then both the other, ſtur alt well 
together, and lap paux ſteele therein, and make W 


Fal. Gy. 
with Qineger,folet it reſt therein loure dayes,and woꝛk 
ther with, ye may vſe ſinal peetes ſo, but ſoz greater, take 
cow dongue, whites of egges, and clap, temper it with vi⸗ 
neger, and lay pour ſteele therein. by ab 
Another, take ſalt,wyne ſtone, ok ech in like poztion,tem 
per it with clay altogether, and ſo lay pour ſteele therin, 
ſo lay it in the fyze, the ſpace ol two houres, then take it 
fozth,and let it coole of it ſell, and it will be ſoft. 
Agapne, take of ſope and vnſleked lyme ol eche in lyke - 
poztion, and of Salarmoniac ſomewhat le ſle, and wozk e 


make a paſte thereof,then lay pour yzon oz ſteele therin, 
ſo lap it round with clay, and lap it in the fyze,and heat it 
red hote, and then take it foꝛth and let it coole ol it ſelf, as 
5 — aloꝛeſaid and then pe map wozke therof at your 
pleaſure. 


A poulderto ſoften mettals. 


L 4 
1 


parts ot looking glaſſe, ok galles, of other 
glalſe,of ſalt, ot ech one part, beat ꝶ myx them all well to⸗ 
gether, e iti. parts ofy ſame pouder, t i. part ot᷑ your met- 
tal. and melt them together, and ſo vſe it as pe pleaſe. 


Io make yron harde. 


To make y2on hard, yeeſhall take the diſtilde water of 
Uaruen, and heate pour yon red hot. and quench it there⸗ 
in, do thus viii. o ix.times, and pe ſhal ſee it very hard:al« 
ſo another, which is, take the greene iuyce of Marubium, 
cald in Engliſh hozehound, with the iuyce of radiſh, mixt 
with ſome Aquautte, c your yꝛon being rev hote, quenche 
therin oꝛ take the ſayd hoꝛehound, and dꝛy oꝛ burn it, and 
then make poulder therof,x mixe it with much ſalc,# har 
den therewith. | | | 


Li Another 


Another wayto harden yron. 2 


Take ot Antimonia,Callamint and Coperoſe,beat ech 
by himſelfe ta poulder, and then ſtrew therof on pour glo⸗ 
ing vꝛon, and ſo heate it agapne, and all co ſmeare it with 
theſe poulders agapue, then temper it with this iuyce ſol⸗ 
lowing Take the iupce ol Celondine, as much of » roots 
as blades, till x pounde waighte, and ſtampe them, and 
ſeeth the iuyce to ſixe pounde, and when pee will ſeaſon 
any mettall, quenche in the ſayd iupce ol Celidon, and it 
wall be hard. r 8 


«44 To harden hammers and knyues. = 


To harden all maner of edge tooles, pe ſhal take hozſe- 
dongue, and then make pour Rniues oz ocher tooles redde 
hote, and ſo quenche it therein, alſo to take the filinges of 
Non oꝭ ſteele, aud they will harden alſo,02 cake ſhoes and 
burne them till they de black and make a pouder thereof; 
and take ok chat poulder, withthe like quantitie ol ſalte, 
then ſtraw it vnder and aboue your fyles,whiche ſhall bee 
lapde in a ſquare pꝛon, couered with a lid of pꝛon, ye ſhall 
ſtraw your pouder thick theron. and then ſhut it. This ye 
ſhall make red hote altog ither in a hote ſire, and quicklye 
queache it in cold mater, and ſo let it coole therein, and it 
will be good and hard. 


To harden another way all kinde of tooles. 


Cake the iuyceofPentaſilon,chat growes in heathes, 
which ts a ſiue leaned graffe ,' catve of fone ſynke foyle, 
with ſo much of the iupreof Momewood, keepe this in a 
veſſell of glaſſe. Then take Pieren (ſo calde in dutche)and 
ſtampe it and ſtraine it thozow a cloch, and al coo ſtrike os 

ucy 
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ter with this, your p2on being red hote, and as it dꝛyeth 
in,ſtrike it agaprie,and it wilmake it hard. 


Another good to harden yron or ſteele. 


Ca de the iuyte ol an hearbe, called Nigil Romana, in 
Latine it is calde Melanthia, and make pour pꝛon red hot, 
and quenche therein. Agapne, to make pzon ſo harde that 
it will cut all other tooles, make it red hote, and quenche 
it in the iupce of Pouſe eare,whiche is called in Latine 
Piloceila. 

To harden yron ſo hard as ſteele. 


Take Onaples, and the firſt dꝛawne water of a red die 
af the which water being taken in the two firſte moneths 
of harueſt, when it raynes, then fill it. o taken in the end 
ol Map, then heate your pꝛon red hote, and quench it ther ⸗ 
in, and it halbe as hard as ſteele. 5 
Alſo tate Fimus humanus;the dongue ol men. ſtill it i 
Lymber, fo that no water tome therevntoit, and that it 
mape bee ſomewhat dꝛye when pe ſtille it, and take ye 
heede ol his ſauour. the water ye ſhal diſtil twiſe mn a new 
glaſſe, in Balneo mar p, that is, one glaſſe within another 
in a pot of water. | | 

Pe map do the like,ſtil mens bloov of a man of xxx.peres 
and of ſanguine complexion, warme and moyſt, and being 
of a mery nature, and pleaſaunt, and whole # found of bo- 
dy, ſuch a man to be let blood in the middeſt of his age, and 
that hath plenty ol blood, diſtil of his in the midoſt of may 
02 in May. And thus by pꝛoofe, and alſa the water of mans 
dong, il it be wel and rightly ſtild heute pour p2on glows 
ing hote, and quenche in that water, ſo it wil make it as 
hard as ſteele. But if that water be not rig hely ſtilde, the 
pron wil not harden therewith , but bee as ſoft as it was 

oe. 
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To make pon or icelc hard, 


Take the iupce of Uarnen,cald:in Latine va bena and 
ſtrapne it into a glaſſe, and ye wil quenche any pꝛon, take 
thereot, and put to of mens pille, and the viſtilde water of 
maꝝmes, ſo mixe altogether, and quenche therein ſo fatre 
as ye mill haue it hat v but take heede it be not too harde. 
ther loge take it fozthſoone after, and let it coole ok it ſelf, 
fo2 when it is well ſeaſoned pe ſhall ſee golden ſpottes on 

Pour pꝛon. 

Alſo the common hardning of p2on oz ſteele, is in cold was 
ter, ſnow water, ſo when the evge ſhall ſeeme blue after 


his hardning ignaliech good $a a right haroning. 
y To make ficele hard,and to cur well. | 


Take an hearbe talde oxe tongue, oꝛ lungdebelſeethlt i 
in water, both the rodtes aid leaues,thenmakepour-y2on 
dz ſteele red hot, and quench ther in and pe ſhal ſee experi⸗ 
ente. Aiſo take the pelo flagge, rald in Latine ſpatula tæti- 
da, ſome doe call it ſpurge woꝑt, take with it Uaruapne ot 
eyther like quantitie, then ſeeth them together in fapze 
water a good ſpace, and then let them ſtand and cleare til 
it be cold, then e yen 2200} ſeclered bote g quench 
therein. 

Dee maye make muſtard, and put dineger onto it, and 
quenche your mettals therein. Allo ye may take the iuyte 
ol earth woꝛzmes, with the iuyce of houflecke, beate them 
together, then ſtrayne them · and quenche therein, oz take 
of mens heare, and heare of beaſtes. and ſeeth them in was 
tet til the water war reddiſh colour,th? let it coole, ſtrayn 
it, and quench therein. 56 

Alſo ſome ds quench in the iuice of radiſh, the iuyce of 
ſmallage, mixt gether an the fpne poulder of * 
therin, 
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chern, and therein quenche your mettals. Agayne: they 
take the iuyce of Ueruin, and the iuyce ol un hear be calde 
D2agons blaod, and of ſcraped hoʒne, wich halfe fo muche 
ſalt, che iupce of earth wozmes and the inice of radich, put 
altheſe together alozeſapd, and therein quench pour met⸗ 
tals, this way afozeſayy are verp good to make pour miets 
tals ſo hard as pe would deſire,# make them whole, fapze, 
and bzight withal. i 


Jo make yron hard without any crae kes, clefts,”” 

57 ot warpinges. | 

Take firſt ſuet oꝛ tallow of a beat and melt it, tben put 
it in ſome pot. oy ſome other veſſell ; whereas colde was 
ter is.and this molten ſuet mult be a finger thicke vppon 
the ſayde water, and when ye will harden any thing, ye 
muſt put it downe ſoftly thozow the ſuet , into the layde 
water, and the quenching firſt in the ſuct,aud then in the 
— doth laue it withoute cracke, clefte, oz ware 
ping. 
C c:5 lone 
Another way to harden yron. 
. Takethe tupceofUarnin,and take of land warmes in 
the field, after the plough, oz a nights in gardens, and put 
a pinte of thoſe woꝛmes into a leaded pat, then put vnto a 
good handfull of ſalt, then ſtur them wel, and ſo there will 
come a water of them, and that water ſtraynde vnto the 
water 02 iuyce of varuin , and when they bee together, 
peelhallgitenche therein. This way is good foz al wea · 
. A way to harden Pikeaxes,Fyles,ot other woles. 


Take the iuyce of Radiſh, the iuyce of Cavloc,the __— 
grea 
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great wozms,a quaicieſe-of gutes blopd, mix altogether,s 
your mt apans being ground, quenthe therein, +likewtſe 
pour pꝛon, ta make it hard. But to harden, Maples. Area, 
Rnopues, and ſuch is coquench in the inpce of radiſh, alſo 
men ofcepmes to make tles hard, do quenchein Linſecve 
1 hodne o with guten blood. 
L. JI 
To harden tooles to So all '® wh 


He ſhall gather of fielve ſnayles oz houſe ſnaples, with 
their ſhelles, then ſtampe them a little, and diſtil them in a 
Lymbec, and in that diſtild water, harden pour ſteele oz ps 
ran, but it yd mil haut it very hard, pe ſhal take ſande, and 
bzymffone,andgrinde chem together, and ſo ſtrewe it on 
pour yꝛon un ſtrrle being ted hote, and then quenche it in 
the ſayd water. and cher wil be very hard, 


benen af agar, Peli 1 


— 
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He ſhal take of mens vine old and cold, with the iuice of 
varuen, and the iuice of wozines,of ech like quantity, then 
ſtur it wel altogether, and ſo quench pour mettals ther in, 
ſo farre as ye wil baut it bart, then let it coale ſuftiy of it 
elle till pefer-ſpots like golde ryſe ther eou; nn 
Fee Fe eaſt wil be wel. 


70 ſeracalourat Vemiſhon * 2 | . ; 
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e oaQerls,takethe gall ola Calle fang 
your y2on 02 ſteele being cleane verniſhed,) take &ſtrpke 
with a cloth pour gall thereon,and then let it dꝛye Ty the 
ſunne, and it will ſhew like a gold colour. 
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To colour tinne, or copper, ot to colour the buckles of 
gyrdles, and ſuch. 


Take of L inſeede ople ſo much as pe lit, ſet it on the 
fire, and ſcymme it cleane, then put therein ol Amber, any 
of Alopaticum, in like poꝛtion, then beat and ſtyzre it wel 
altogether, wich the oyle ouer thefpte, till it ware thicke, 
then take it from the ſire and couer it cloſe , then let it in 
the earth thee dayes, and when pe liſt to occupy thereof, 
ſtryke your mettall al ouer there with, and ſo let it d2ye as 
1 in the Dunne, and ſo pee ſhall haue a golden 
colour. 


How to gylde vpon yron or ſteele. 


Take a quantitie of wpne ſtone, with as muche Salar ; 
moniat, and like of Uerdegrete, and ſome ſalt, then ſeethe 
altogether in whyte wyne , then ſfryke all ouer pour 
durniſhedy2on'02 Steele, and let it burne in the ſunne as 
befoge, and ye may gyld thereon with commen gold as the 
oꝛder isꝛand ſo it wil be fayze and good. | 


To gyld yron with a water. 


Cake ol water oz running water, ſoz tli. pound of wa · 


ter take two pound ol roche allum, and an ounce of vitriol 
Romane, and a peny weight ol verdegreace, of ſalgẽ ma 
thꝛee dunces one ounce of Dꝛpement, then bople al theſe 
together, and when it begins to bople, put in ſome l of 
tartre, aud bay ſalt,of euery halfe anounce,make'it | 
and being ſov'a-piety-whileztake it from the fy2e, and the: 
ſtrike your 291 therewith, then let it dꝛye agaynſt the 
fire,and being dꝛye, burniſh it, and it * be fap2e. 


To 


a 
f 
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To gylde gu yron another way. 


Take iiii. ounces ofople lpne,of Tartre 02 wine lpes 
two ounces, and two ounces of the peolkes of harde roſted 
egges ſtampt, ol Alio Cicotrinum one oũce, a quarter of a 
dzagm of ſattron, then bo i all theſe in an earthen pot a 
good ſpyace.æ if the oyle of linſeed couer not al » ſubſtance, 
put therto fufficit᷑t of water, then annoint your burniſhey 
p}ontherewich,and it wil-ſhew as the colour of galde. 


To caſt a ſiluer colour on copper for buckles of hare 
nes and ſuch. 


Take of wyne ſtone, ol allum, and of ſalt of ech like quan⸗ 
tity, then grynd them altogether on a paynters one, and 
put thereto a leafe o2 two of ſiluer, and ſo-grynde it well 
with the tet of pour ſtufle, ſu done, then put it in a leaded 
pot of earth, and therin put your copper a little while, fo 
done, then ſcrape it with your wyar bzulh, chen pe ſhal ſee 
x 1 it remapne therein long, and ſo wil 
it be fayze. 7 


To gylde yron as Goldſmiths do, with quicke ſiluer, 
and gold foyle. 


Take vitriol i.oũce, allum ii. oũce, ſalarmoniat i. ounce, 
then beate theſe into poulder, and boyle it in commen wa⸗ 
ter, thẽ take pour burniſhed pꝛon, x all to weat it with the 
ſayde water, ſu then lay your goldfoyle theron, @ dzy it as 
gaynſt the fire, then burniſh it as men do, e lo it wil looke 
kayꝛe, but if ye wil gylt wich gold mixt with quickſiluer, 
as goldſmiths do, ye ſhal put in a dꝛagme of verdigreace, 
with half ounce of Sublimatum, ſo bople them together, & 
let your pꝛon boyle inthe lame water, but being ſo great 
ye 
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pe tannot, then rub it therwith, x beat it to reteiue better 
the colour, wich quick ſilger aud gold, when pee haue ſo 
heated your pꝛon, ye may gyld with the ſame gold ſo mixt 
and then fume it with a ire lampe, oz bzimſtone,o2 ware. 


Agood way toburniſh yron. 


Take an ounce of Alopaticum citrinum an ounceof Am⸗ 
ber, then mix and beate them togither into a poulder, then 
ſet it ouer the fyze of coles in a earthen pot, make it not 
to hote at the kyzſt, but when it is molten, put thereto a 
quantitie of ſcething oyle, and ſtur it al wel together with 
a ſtick, then let it reti takt it from the lyze and coole, and 
ſo keepe it, and with this pe may verniſh at pleaſure, as ye 
do other mettalsss. 


To ſowder on cold yron. 


Take two ounces of Salarmoniac, two ountes of falte, 
two ounce of wyneſtone made in poulder, ii. ounce of clock 
ſpyte, ſo calde in dutche, vi dunces of looking glaſſe, beate 
all theſe, and mingle them well together, then put chem in 
a linnẽ cloth lap it ronndza finger thick with good clay, 
Whichclap milk be wel tempered. Then put them in a lea 
deb pot of earth. couet it wich anothet Kke pot of earth, 
then ſet it ſoftly on glowing coles, ſu let it ſoftly warme, 
and by little o little encreaſe pour heat, till che ſaid ſtufſe 
be al glowing hote and run, ſo done, then let it coole from 
rhe kyꝛe ,; then take it foth and bꝛealke it mall, and fo 
grynde it ta a fyne poulder, and when pee will ſowder a⸗ 

ny pꝛon, yee muſte make it faſt on a boꝛde, and ſee that 
the ioyntes be ſette cloſe together as ye canne, and ſirſte 
lay a paper vnder your vꝛon and put of the ſayd poulder a 
little betwirtthe ſapy ioynts, and alſo vpon al the ioynts, 
then wzappe it a rounde with = « —— 
2 li. whic 
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which pee ſhall leaue open to ſowder at, then take ofthe 
poulder of Burras, and put it in wine luke warme, oz As 
quauite,and ſo let it melt therein, ſd done, take of the ſame 
wine, and with a feather ſtrike an the ioynts aboue which 
ve vncouered, then it will begin to ſeeth, ſo when it lea⸗ 
ueth ſething, it is then whole ſawdzed and ſound, then bes 
ing ſo, take of your clay, and ſuch roughnelle as doeth res 
mapne on the ioynta, which pe ſhall not fyle of, but grynp 
it of, and thus it ſhal be wel. 


Another way to ſowyder warme on yron or ſteele. 


Take of gũme water, and beate there with ſome hearbes, 
which hear bes. it ſhall not ſkil what, and make it thick as 
apaſt,and when ye wil ſowder any place, ſtrike thereon, 
oz lay it on the ioynte, then rub it thereon with ſope , and 
then holde thereto a fp2e cole, and it will runne . Then 
wm — ſapde dough,from the ſowdzed place, and ſo it 


Take an ounce of Coperas, halfe an ounce of whyte 
Arſenic,which is calde whyte-Dapemente. , then make 
pour Coper to runne, and diuide pour Arſenicke in two 
parts,then caſt one part into your copper, and ſtir it well 
all together, and then caſt in the other parte of your Arſe⸗ 
nic to your copper, and ſtir it wel altogether, ſo done, cast 
it on a ſtone, and ſpzead it thin, and when it is colve, deate 
it into a fpne paulder, and vſe it likewiſe, as the other be⸗ 
koze mentioned. | 


To ſowder on Latine. 


Ye mult fyle your lattine cleane al auer, then put the 
jopnts 
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is pntes cloſe togecher, and thereon ſcraye quicklye poure 
burras, ſo ye ſhal ſee it wel and ſure ſoweged. | | 


Another ſowder toſowder on yon: 


He ſhall ſet pour ioynts of pzou as cloſe as pemape;the 
one vnto the other, then lay them ſo in glowing coles, and 
then take of Uenis glaſle, made in fine poulder, and youre 
pꝛon being red hote in the kyde caſte the poulder of your 
glaſſe thereon, and ſo it ſhall ſowder of himſelfe, and hee 
very ſtrong wit hall. And if ye elap it in clay as afozeſayd 
ye ſhall not do amiſſqꝙmga. Arnd 

17 „ fe 4 6 f ene ere, 


Another good way to gyide on ron 


or Steele. 


Take one ounce of Oꝛgalt, oꝛ Dꝛgvꝛs, in dutch ſo na» 
med, with a thyꝛde part of Qermillion,and a fourth parte 
of Polearmoniac, wich as much of Aquauite,theu woꝛke 
and grinde them altoget her on a ſtone wich lpnſeede ole, 
ſo done: put therevnta ſome of the one calde Lapis Cala- 
minaris,the bigneſſe of a hazelnutte;aud grynd therwith 
in the end, thꝛee oz foure dzoppes of Uerniſh,ſotake it off 
the ſtone,and ſtrayne it thoꝛow a linnen cloth into a ſtone 
potte, foz it mulk bee as thicke as hony, ſo keepe it, and 
ſtrike it whereon pe liſt, and ſo let it dy. and then ye map 
lap pour golde, o ſiluer thercon, as afozeſapd. 


A Varniſhlike golde, for inne, Siluer or buckles 
of copper. 


Ye ſhal haue ſmall pots well leaded,then put therein vt. 
ounces of Linleeve oyle, one ounce of Maſtick, an oũci of 
Aloepaticum citrium then make them altogether in fine 
poulder,and then put them into pour 10 ople, mou 

w 
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with ſuch another pot; whiche pot aboue pee ſhall make a 
ſmall hole in the vottome thereof, wherin pe ſhall put tho⸗ 
row a ſmall ſticke, with a bꝛode ende beneath, to ſtur the os 
ther pot withall, and when the pots are ſet iuſt together, 
one to the other, ye ſhal cloſe th? al about with good clay, 

A duer alld, in leauing but the hole open 
about irh the ſtick to ſtir the ocher pot, ſo done / ſet them 
vnerſthe fyꝛe. in cite ing it olte, as it doth ſeeth, like pain 
ters berniſh.and when ye will gylde therewith, poolliſhe 

out mettall fyxſt all duet and then ſtrike the verniſh all 
ot heren, and then let it dn in the ſunne, if it lye too 
thinne, ſtrike it ouer agayn ſo often. as pe hal think good. 
and ſo let it dye betwi xt your ſtriking and then pe ſhall 


92 * 
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ſee it will do well. | 


A way to graue on yron or ſteele, or other kynde 

6 63. 29% Hf 512 12 MA Dns. 
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Take toleska wille on ſullo, two partes of Chitriol oz 
Copares rms parts ot Satarmoniac, woſke and beate all 
theſe together well wich Uineger, and male it thick like 
bꝛoch, and when pe will ente or graue any thing withall, 
dꝛaw ſirſt ther eon with this thing following. Take Uer⸗ 
milion e linſeedesyle mixt all together, then dy it, x lai? 
it ouer with your paſt a finger chick oꝛ moe, and the wat 
mer it is, the ſooner it will graue and eate, but fee too ity, 
it burne not, and when it is dꝛyde well, doe off the-ſayde 
poulder, and cleanſe the caſting out, then take two partes 
ol ſpaniſh greene, calde verdigreate and a part ot falt, thẽ 
beat them together in a moꝛter, and put vnto it ſtrong vi- 
neger, and do as it is aboueſayde, oz take Aitriol, Allum, 
falt, Lapis calampnaris, viniger and ſallo cole, and make 
it as the other afozeſapd,o2 take two parts of vitriol, and a 
thirv part of ſalarmoniac,and grind them wel al together 
ona ſtone with vzine's2 piſſe, then lape it on as it 

"a Fe apde 
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lapde, hut ye muſt lay it cold on, aud ſet itthen foure 9. 
five howers in a keller, o lom cooleplacegop it wil he the 
ekter. | 


A water to eate or graue on yron or ſteele. 


Cake ol vervigreace.of Mercury ſublyme,of vitriol, of 
Alm; ok ech a like, then beat them ſmal, a ſo put it into a 
glaſle, ſo let it ſtand halt᷑ a dap, ſtyr it often, chen ſtrike ic 
al ouer with war, oz yealow lead, mixt with lynſeed ople, 
02 liiſen ſmour,ſo cald in dutche, and ſtrike thereon with p 
water in nlaſſe,s let it ſtand half a dap, but if ye wzite 02 
lay thin that the water may eate it the ſooner, which pee 
ſhal couer al the yzon oz ſteele thin with wax, and to dꝛaw 
theron what ve liſt with apenſil in the war, unto groũd, 
then ſtrike pour water al ouer, and ſo it ſhal eate on pour: 
grauen places, oꝛ lay theron Mercury ſublimat ũ in your 
grauen places, and put there vnto vineger, and eker rel 
half an hower after,and is vil do „ „net. 

TU 

Another water to eate on 1yron or ſteeele 
more ſtronger. | 


Take anoince of Uerdigreace, halfe an ounce of Allum 
Plumoſum,and half an ounte of Salarmontac, as much 
of wyneſtone, and halfe an ounce of Uitriol, and as muche 
of common lalt, let al be ſmal beaten, ſo put together, # 
put thereto of ſharpe viniger e ſo let it ſtand an houre, and 
when to graue oz eate any thingeherwith, it mult be firſt 
grauẽ, pe ſhal wzite with Liifen ſmoyur,ozpelow colour, 
then let it dzye,andthen make your fozoſayde waterhote 
ma leaded panne, and let it ſtande ouer the fyge; and hold 
pour pꝛon and ſteele ouer the panne, and poure of that hot 
water thereon with a ladle. that the reſt may fall agayne 
into the fozeſapde panne, thus mute pee doe ſtill a good 

quarter 


Fals. 
guarter of anhouts, #rhis votng the take athes 01 vnſleet 
jyme r tub itz — haue baten, ifit be 
clean oz not, it not,dzaw it agayn with your pela matter, 
then poure on your laid Om: rr ſo pe ſhal haue it wel. 


; 10 by old vpon yron or other meual, 


Takeofliquid vatnith#:k.of Tur pencliie cud ben of lin 
ſeed, of ech i dunce, then mix rhe wel altogethet and fo'tt- 
erue it, on this n ye may gil vpon any mettall. 


" Another wy to gildon yron, 


else eng, e ol ech one oiiniee; 

pin it into a pot i eutth welleaded;eles it ſeeth ther · 

I, ith — of coles, ę put therin two oũces ok lin · 

whk it — rer 5 is then a ſigne 

pe maye vſe to gylde as is a. 

ann ſuch pꝛactiſes iii mettals) vee 
may finve out the like of other Veen. 
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24 Jure colour to wozke on. 
Azure another to 3 | 


Black dye after the countrep manner. 
Blacke ſilke to dye fayꝛe. 

Black ſilke 02 Ueluet to dye. 
Blacke water to dye withall. 
Blacke ſpaniſh leather to dye. 
Black ſilke to dye. 

Black thzead to dye. 

Blue colour to make. 

Blue linnen to dye. 

Bꝛanne water to make, 

Bꝛaʒil to dye a ren. 

Bꝛazill colour to wozkeon cloth. 
Buckeram to dye blue. 


Buccking of linnen _— to ſcoure well. 


Carnation dye to makc. 

Cloth ſtaynde to helpe. 

Crampmede to make red. 

Crane colour Fuſtian to dpe. 

Crimoſine colour to make. 

Currying ofraw Gotesſkinnes. - 
Colouring of Tinne,Copyer,and ſuche. 


Dying afayze yealow. 
Dying linnen red, 


Dying with facet woavo2 willow woay. 
Dying after the countrey ſoz, 


T he table of allthe principall thinges 
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Fels how to dye redde. 

Fels how to dꝛeſſe with golde. 
Fels to colour greene. 

Fels how to curry and colour raw. 
Fels how to dye blue. | 
Fels how to dye with Padder. 
Fels how to dye a fapze greene. 
Fuſtian to dye in a grape. 


Fels how to dye greene with fappe berries. 


Gdwnes ſpotty to yh 
Gilde kepte from ſtapning. 
Gylding on Leather. 
Opldon pꝛon oz ſteele. 
—— another wap 
Gplding on pꝛon with quickſiluer. 
Guͤding another waye on pꝛon oz ſteeele, 


Grauing with a water on pꝛon oz ſteele, 
Gilving another way on pjon. 

Gold laping on pꝛon oz ſteele. 

Grape Flozey how to make. | 
reace to take out of Ueluets oz lilkes, 
ray thꝛead how to dye. 
Greene to dye fapze. 

Greene another colour to make. 
Greene water how to make. 

Greene a good colour to make. 
Greene another to make. 

Greene with ſapye berries to make. 


Hard pron to make. ; 
Harding of vꝛon another way. 


Stauing on y2on, ſteele, ozorher weapons. 
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Hammers and Kniues and other tooles to harden, 65 


Pardning of all tooles of pꝛon. | 66 
Par dning of ſteele oz y2on. | 
I)ardning of pꝛon as hard as ſtcele. 67 
Wardning of pꝛon anot her wap. 
Var dning of ſteele to cut well. 68 
Dar dning ol pꝛon without crack 02 warpe. 69 
{ardaing another good way. 
Pardning of ares, files, and other edge tooles 69 
Vardning of toolcs to hew all other. 70 
Þardning of CS cas me luche. 70 
Iron moules to cake foxch of linnen. | 6 
Iron moules out of Linnca another way. | 7 
Axon oz ſteele to ſoften. | 59 
Iron another wap to ſoften. 59 
Iron to ſoften with a water. | 59 
Axon to ſoften another waye. | 60 
Aron oz ſteele to ſoftcu.. | 60 
Another wap to ſoften y2on. 3 
Another way foz the ſame. Gr 
Another ſoftning of pron. Br 
Iron, ſteele, oꝛ Chaiſtallts ſoften, 6r 
Another way to ſoften pꝛoͤ n. 8 | 
Another way fo the ſame. - e | 
Aron to make ſoft as leade. 6: ct ere 
Axon oz ſteele to ſoften. uy | 62 
Co ſoften Iron, eaſily to cut it. $0 J £278 
Iron to ſofcen another wax. 83 
Another good way to ſoften pꝛon. | 2 
Aron how to verniſh and colour. 84 
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Keeping ofLinnen long and good. | 5 15 15 
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Leather how to Th on, 
Leather how to dye red. 
Leather to dye red another. 
Leather how to colour greene. 

Lether how to colour a blue. 

Leather another fapze blue. 

Leather todzeſſe after the maner of germany 

Leather felles all white to mage. 

Lye to make to dye a blue. 
L pe to make to take out ſpots. 
Linnen to dye in a fayze red. 

L innen to pzeſerue with a ſweete water. 
L innen how to dye with bzaſill. 
Another fapꝛe dye with bzaſill. 

L inneu to dye with _ another wap, 


Mougths to keepe N. clothes. 
— LAT 


Ople ſpots to take out wh clothes, 
'Dyle ſpots another =P to take out ofcloths 


| Parfumes to make . 
Parchment ſpotty to covet. 


Paper ſpotty to clenſe. 20 
Pouder to make to ſokten mettals. 


Purple Me to dye. | 
Purple ſad colour to dye. 

| Q 
Quopes of ſilke to — 


Red ſilke how tovye. 
Red water how to make. 
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Red to dye with Bzaſill, 38 
Red light dye foz ſkins. 40 
Ned colour fayze to make. 44 
Another fpne xed tomake, 44 
Redleather how to colour, 45 
Red to dye a fapze colour, 47 
Red thzead to dye. S . 20 
Scarlet greazie tohelpe. I 
Scarlet with ſpots to helpe. 6 
Sancuine dye fapze to make. 39 
Shirts to waſh fo ſtayning. 13 
Silke leeſing colour to helpe, 53 
Silke how co dye a fayze black. 53 
Silke how to dye in a ſanguine. 23 
Silke ſaynde how to helpe. | I 
Sope to take foꝛch greace ſpots. 2 
Dope agapnlk ſpotty wool len to helpe. 15 
Dope another foz the ſame. 15 
Dope to take out ople and greace. =" 

ope water to helpe all ſpots, _ 6 
Spots oz ſtaynes in clothes to heile. 186 
Spots in white lilke oz other colour to helpe. 16 
Spottes in coloured clothes 02 others, 2 
Spots of greace to take foꝛth. | 3 
Spots to take out of clothes. 8 
Spots in woollen to take. TEE 8 
Sponging of woollen TA to 
Spots in woollen a ready helpe. 13 
Spluer colour on copper foz buckles, 72 
Sowdering cold on yon. 73 
Sowdering pꝛon wap, 75 
Sownering on warme pꝛon oz lkeele. 74 
ſowdering on copper. 74 
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Stapnes on ſilke 62 woollento help e. 
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To colour Leather black after the ander of- Germany 46 
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Uernich like golp,fo2 ſiluer, tinne, oz Copper, 
Ucrnilh on p2on to make. N | 
Ueluet being ſpotty to helpe. 

Ueluet to dye ina blac ke. 
Ucluet how to dye _ 02 ſilke. „ e 


Mater to woꝛke on ele 01vther tabs 
Water to eate on pꝛon oz ſteele. 

Mater another to eate onmertals, 

Mar to take from clothes. 
Moollen ta dye in afangihte. 
WMoollen cloth to dye in colours. - 
Moollen greene ——_— 


Vealow to dye fa 5 918 | 
Pealow to dyt it e. 
Ycalow a golnen colone todpe. 
ealow fels how ta colou et. 
ealow dye to dye with wog. 
* to woꝛke on wich rer weer. 
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